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(57) A master information carrier comprises a sub- 
strate whose surface has an en*)0ssed pattern corre- 
sponding to an information signal. At least a surface of 
the protruding portion of the emkx}ssed pattem is made 
of a ferromagnetic material- A method for writing an 
information signal into a sheet or disk magnetic record 
medium with a ferromagnetic thin film or coating is per- 
formed by putting the surface of the magnetic record 
medium into contact with the master information carrier 
so as to write a magnetized pattern corresponding to 
the embossed pattern of the master information carrier 
into the magnetic record medium. 
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Description 

FIELD OF THE INVENTION 

[0001 ] The present invention relates to a method and 
apparatus for recording information signals into a mag- 
netic record medium used in a de\Ace for magnetic 
recording and reproduction with high recording density 
and large capacity, a master information carrier to be 
used for the recording method, and a method for making 
the master information carrier. 

BACKGROUND OF THE INVENTION 

[0002] Recently, a magnetic recording and r^roduc- 
tion apparatus has been increasing recording density to 
realize small size and large capacity. Especially, in the 
field of a hard disk as a typical magnetic recording 
device, an areal recording density of more than one 
gigabit per square inch is already available on the mar- 
ket, and an areal recording density of ten gigabits per 
square inch is expected in a couple of years. The tech- 
nology proceeds with a rapid pace. 
[0003] One of the primary factors that has enabled 
such high recording density is the increasing linear 
recording denaty, due to improvements of medium 
properties, head-disk interface performance, ard new 
signal processing method such as "partial response". 
However, in recent years, the rate of increase in track 
density exceeds that of linear record density, and thus 
becomes a primary factor of the increasing areal 
recording density. Practical use of a magneto-resistive 
type head, which is superior to a conventional inductive 
type head in read-back signal performance, has contrb- 
uted to the progress In the track density. It is possible at 
present to read a signal from a track whose width is only 
a few microns with good S/N ratio by practical use of the 
magneto-resistive type head. On the other hand, it is 
expected that a track pitch will reach the sub-micron 
range in the near future along with further improvemertt 
of the head performance. 

[0004] A tracking servo technique Is important for the 
head to read a signal with high S/N ratio by tracing such 
a narrow track. For example, a conventional hard disk 
has areas that are located at predetermined angles over 
360 degree and in which information such as a tracking 
servo signal, address and clock signal are written. In 
this specification, prefbrmat writing or prewriting of such 
an information signal Is called a "preformat recording". 
A head can trace a track by reading such information In 
predetermined intervals, and monitoring and correcting 
the head position. 

[0005] The above mentioned tracking servo signal, 
address and clock signal become reference signals for 
the head to trace a track precisely. Therefore, precise 
record positions are required for these information sig- 
nals. Current preformat recording into a hard disk is 
usuaDy performed by magnetic heads placed in the hard 



disk drive by using a special servo track writer after 
instaOing the disk and the head into the drive. In this 
case, a required accuracy of the track portion for writ- 
ing is achieved by precisely controllirtg the position of 

5 the head incorporated in the drive by using an external 
actuator equipped to the servo track writer. 
[0006] Such a preformat recording of servo ^gnal. 
address information and dock signal is performed simi- 
larly for large capacity flexible disks or disk cartridges, 

10 which are removable disk media seen in the market 
recently, by using a magnetic head and a servo writer. 
These media are removable, so they can be conpatibly 
used by other drives. Therefore, it is not always required 
to perform the preformat writing by the heads of each 

IS drive after incorporating the heads into the drive though 
it Is required for a normal hard disk. However, these 
removable disks are similar to normal hard disks from 
the viewpoint that the preformat writing is performed by 
precisely controlling the position of the head by using an 

20 external actuator equipped to tiie servo track writer. 
[0007] However, in the present preformat recording of 
servo signal, address information and dock signal, 
there are the problems described below. 
[0008] The first problem Is that writing with the mag- 

25 netic head Is a linear recording relying on relative move- 
ment between the magnetic head and the recording 
medium. This means that a long period is required for 
preformat writing by tiie above-mentioned method, 
while predsely controlling the position of the magnetic 

30 head with a servo Iradk writer. Moreover, becai^e the 
servo writer is expensive, the cost for preformat writing 
is high. 

[0009] This problem becomes even more seriois as 
the ar^l recording density increases. This is not only 

35 caused by an increase of tracks in radial direction. As 
the track density increases, a higher predsion is 
required for the head positioning and as a result servo 
areas, in which the tracking servo signal and other sig- 
nals are recorded, have to be provided with smaller 

40 angular distances between tiiem over 360 degrees. 
Moreover, the address information to be written as the 
preformat data ino-eases as the recording density 
increases. Thus more time and cost are required for 
writing more information signals as the record density 

45 becomes higher. 

[001 0] A smaller size for magnetic disks is expected to 
be the trend on the market. However, large disks of 3.5 
or 5 inch size are still in demarKl. These large disks 
require more information signals to be written for tiie 

50 preformat than the small disks. The necessary time for 
preformat wr'rting influences the cost effectiveness of 
such large disks. 

[0011] The second problem is that a space between 
the head and a medium or a diffusive recording mag- 
55 netic field due to a pole shape of the record head does 
not make a steep magnetic transition at track edges 
where the preformat data is written. Relative movement 
between the magnetic head and a medium is Indispen- 
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sable in writing with tiie head, so some ^^e is neces- 
sary between the head and the medium for Interface 
performance, between them. A conventional magnetic 
head usually has two elements for writing and reading. 
A pole width at a trailing edge of the head corresponds 
to a record track width, and a pole width at a leading 
edge is several times larger than that at the trailing 
edge. 

[001 2] The abcMB two phenomena may be a factor for 
causing the diffusive recording magnetic field to fringe 
over the preformatted record track width, resulting in the 
magnetic transition at track edges not being ste^ or 
erased areas appearing on both sides of a track. In cur- 
rent tracking servo techniques, the head position is 
detected by a change in read signal amplitude when the 
head misses a track. Therefore, as in the process of 
reproducing the data signal recorded between the servo 
tracks, the system requires not only a high S/N ratio of a 
read signal when the head traces a track correctly, but 
also a steep off-track performance, in which the read 
signal amplitude changes steeply as the head misses 
the track. If the magnetic transition Is not steep enough 
at an edge of a track where the prefbrmat is written. It is 
difficult to realize a prectee tracking servo perfomncince 
that will be reqtdred for a submicron track recording in 
the future. 

[001 31 As a solution of the first of the two prc*)lenf^ 
mentioned above, a duplicate record technique of a 
tracking servo signal or other signals by using a mag- 
netic transfer techn'que has been disclosed in Japa- 
nese Publication of Unexamined Patent Application 
(Tokukai) Sho63-1 83623. The duplicate record tech- 
nique of a magnetized pattern using the magnetic trans- 
fer technique was originally des^eloped as a method for 
copying the contents of a videotape. This technique is 
explained in detail In C. D. Mee and E. D. Daniel. ''Mag- 
netic Recording", Vol. 3. Chapter 2. p94-105, for exam- 
ple. The metiiod disclosed In Tokukai Sho63- 183623 
applies the above duplication technique for videotape to 
the Preformat writing of tiie tracking servo signal or 
other signals for a flexible disk. 
[0014] Such a magnetic trar^er technique may 
improve the productivity of the preformat writing. How- 
ever, this technique is effective only for media such as 
flexible disks that have a small coercive force and a low 
areal record density. It Is not effective for toda/s hard 
disks, which have a large coercive force and a high 
areal record density in the order of several hundred 
megabits to gigabit 

[001 5] In the magnetic transfer technique, an alternat- 
ing bias magnetic field has to be applied, whose ampli- 
tude is approximately 1 .5 times the coercive force of the 
target (slave) disk to ensure high transfer efficiency. The 
coercive force of the master disk should be more than 
three tim^ of that of the slave disk, so that tiie master 
information, i.e. a magnetized pattern in the master 
disK is not erased by the alternating bias magnetic field. 
Toda/s high-density hard disk media have a coercive 



force of 120-200 kA/m to enable a high-area! recording 
density. It Is estimated that the coercive force will reach 
250-350 kA/m for an areal record density of 10-gigabit 
order in the future. This means that a ma^er disk 

5 Should have a very large coercive force of 360-600 
kA/m at present and 750-1050 kA/m In the future. 
[0016] It is difficult to realize such a targe coercive 
force for a master disk from the standpoint of a magnetic 
material. In addition, master information cannot be writ- 

10 ten Into a master disk having sudi a large coercive force 
by any current magnetic recording method. Therefore, 
considering a possible coercive force for a master disk 
in the current magnetic transfer technique, the coercive 
force of the slave disk inevitably has an upper limit. 

15 [0017] In tiie above-mentioned magnetic transfer 
technique, it is possible to utilize a tiiermo-magnetic 
transfer technique, where instead of applying the alter- 
nating bl^ ntagnetic field to the slave disk, the slave 
disk Is heated to the temperature near to the Curie tem- 

20 perature for eliminating spontaneous magnetization. 
However. In tiiat case, the Curie temperature of the 
slave disk should be much lower than that of tiie master 
disk. High coercive force magnetic film composed of Co 
group materials used for a high density magnetic record 

25 medium has a relatively high Curie temperature, so It Is 
difficult to realize the characteristics required of the 
master disk and the slave disk for the tiiermo-magnetic 
transfer. Therefore, this prefbrmat writing with a mag- 
netic transfer technique cannot be a substantial solution 

30 for tiie before-mentioned problems. 

[0018] /Vnother solution for these problems is a pre- 
embossed disk technique disclosed in Publication of 
Japanese Unexamined Patent Application (Tokukai) 
Hei7-1 53060 (corresponding to US Patent No. 

35 5,585.989 and European laid open patent application 
No. 655,734). In tiiis technique, an embossed pattern 
corresponding to a tracking servo signal, address, clock 
signal and/or other signals is formed on a surface of the 
disk substrate by a stamper, and a magnetic film Is 

40 formed on tiie subsfrate. This technique can be an 
effective solution for the before-mentioned problems. 
However, the emtK)ssed pattern on the disk surface may 
Influence the heads flying float performance (or contact 
state in the case of contact writing) when writing or 

45 reading, so that interface performance between the 
head and medium may be problematic. In addition, the 
substrate processed by the stamper is usually a poly- 
mer material (plastic), sit it cannot be heated when 
forming the magnetic film for ensuring medium proper- 

50 ties, and tiius a necessary S/N ratio cannot be ensured. 
[0019] As mentioned above, a truly effective solution 
of the before-mentioned two problenns. wrhich does not 
sacrifice other important performance such as the 
medium S/N ratio or the head-medium interface, has not 

55 been found yet 
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SUMMARY OF THE INVENTION 

[0020] Considering the above problems, the present 
irtvention provide a method and aji^ratus for improv- 
ing the productivity of the preformat writing and the 
sharpness of the magnetic transition at edges of a track 
virtiere the preformat is written, without sacrificing other 
Important performance criteria such as the S/N ratio or 
the head-medium interface. 

[0021 ] A method for writing a master information sig- 
nal into a magnetic record medium according to the 
present invention uses a master information carrier 
comprising a substrate; an embossed pattern corre- 
sponding to the master information signal formed on the 
substrate: and a ferromagnetic material that forms at 
least the surface of the protriKiing portion of the 
embossed pattern. The surface of this master Informa- 
tion carrier contacts with a ajrface of a target magnetic 
record medium having a sheet or disk shape, whose 
surface has a ferromagnetic tfiin film or coating. Thus, a 
magnetized pattern corresponding to the embossed 
pattern on the surface of the master information carrier 
is recorded into the magnetic record medium. 
[0022] It is preferat3le that the ferromagnetic material 
forming the surface of the protruding portion is a soft 
magnetic material. Alternatively, it can be a hard or 
semihard magnetic material whose coercive force is 
less than 40 kA/m in the in-plane or perpendicular direc- 
tion of the substrate. 

[0023] It Is more preferable to apply a direct (l-e- not 
alternating) magnetic field for exciting the ferromagnetic 
material forming the surface of the protruding portion, or 
an alternating magnetic field for assisting the writing of 
the magnetizing pattern, when the surface of the master 
information carrier contacts with the surface of the mag- 
netic record medium. 

[0024] According to the above-mentioned method of 
the present invention, a leakage flux Is generated from 
the ferromagnetic material at the protruding portion of 
the surface of the master information carrier when the 
ferromagnetic material is magnetized in one direction. 
This leakage flux performs writing of the magnetized 
pattern corresponding to the emb>ossed pattern of the 
master information can-ier into the magnetic record 
medium. Thus, the preformat writing of the tracking 
servo signal, address signal, dock signal and other sig- 
nals is actiieved by using the embossed pattern formed 
on the surface of the master information canrier, corre- 
sponding to the irrformation signal. 
[0025] The writing method of the present invention uti- 
lizes a leakage magnetic field generated from the ferro- 
magnetic material at the protruding portion due to the 
change of the magnetic reluctance through the 
embossed pattern. Therefore, the writing mechanism is 
the same as a conventional magnetic record utilizing a 
leakage magnetic field generated from a gap of the 
magnetic head. However, in the wffiting method of the 
present invention, the master information of the whole 



plane of the master Information carrier is written Into the 
magnetic record medium at one time without relative 
movement between the master information carrier ard 
the record medium. This characteristic point differs from 

5 the writing with magnetic head in the prior art, in which 
the head and the record medium move relative to each 
other. This characteristic pdnt of the present invention 
provides an effective solution for the previously men- 
tioned two problems, as follows. 

10 [0026] First, the time needed for the preformat writing 
is substantially short compared with the prior art i^ing a 
magnetic head. In addition, an expensive servo-tracking 
writer Is not necessary for precise position control of the 
magnetic head. Therefore, the present invention can 

15 improve tiie productivity of the preformat writing and 
reduce production costs. 

[0027] Secondly, a space gap between tiie master 
Information carrier and the magnetic record medium 
can be minimized, sirrce relative movement between 

20 them is not required for writing the information signal. In 
addition, tiie leakage magnetic field for vn-iting does not 
diffuse, while it diffuses fringing over the record track 
width in the prior art using a magnetic head due to a 
pole shape of the magnetic head. Thus the magnetic 

25 transition at edges of a track into which the preformat 
data is written has sharpness compared with the writing 
with a magnetic head. This ensures a precise tracking 
of a head in reading data signals from the magnetic 
record medium. 

30 [0028] Furthermore, the method of the present inven- 
tion does not require the limitation of a structure or mag- 
netic performance of the magnetic record medium in 
wrhich the master information is written, differently from 
the magnetic transfer technique disclosed in Tokukai 

35 Sho63-1 83623 or the pre-emlxjssed disk technique dis- 
closed in Tokukai Hei7-1 53060 as previously stated. 
[0029] For example, in tiie magnetic transfer tech- 
nique disclosed in Tokukai Sho63-1 83623, the master 
disk requires a substantially high record resolution, 

40 since the master disk itself is a magnetic record medium 
having master information as a magnetization pattern of 
the master disk. Consequently, the magnetic flux den- 
sity and ttie film thickness cannot be enhanced suffi- 
ciently for enlarging magnetic field intensity for magnetic 

45 transfer. In add'ttion, a gradient of the magnetic field for 
the magnetic transfer becomes small in tiie magnetic 
transition area since demagnetization occurs due to the 
repelling poles of the di-bit. To ^sure a sufficient mag- 
netic transfer efficiency with such a weak magnetic field 

so for magnetic transfer, an alternating bias magnetic field 
Is applied, which has an intensity of approximately 1.5 
times of a coercive force of the target (slave} record 
disk. Therefore, this magnetic transfer technique can be 
applied only to a flexible disk or other medium with low 

55 record density since the coercive force is limited as pre- 
viously stated. 

[0030] On the contrary, the master information canrier 
of the present invention has the master information as 
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an embossed pattern, and a leakage magnetic field, 
which is generated from a ferromagnetic material at a 
protruding portion of the errtossed pattern due to a 
change of a magnetic reluctance through the embossed 
pattem, pertornrs the magnetic recording of the master 
information. The master information carrier does not 
require a high resolution as the magnetic record 
medium, though it is required for the master disk in the 
magnetic transfer technique. Therefore a magnetic flux 
density and a thickness of the ferromagnetic material 
that fornr© the protruding portion of the surface of the 
master information carrier can be as large as the mag- 
netic record head used in tiie prior art. so tiiat a sharp 
and large recording magnetic field can be obtained sim- 
ilarly to a magnetic record head. This, a sufficient writ- 
ing ability can be obtained for any magnetic record 
medium, including a usual flexible disk and hard disk 
and a record medium witii a high coercive force for a 
gigabit recording in tiie future. 

[0031 ] The pre-embossed disk technique disclosed in 
Tokukai HeFZ- 153060 may require a sacrifice of the 
medium S/N ratio relating to a substrate temperature at 
film formation process and tiie head-medium interface 
performance relating to a head floating performance (or 
contacting state), since the substrate material and 
shape of the disk are resti^icted as previously explained. 
On the contrary, the writing method of the present inven- 
tion has no limitation ak)out the substrate material and 
surface shape of the disk to be written for tiie preformat. 
[0032] As mentioned above, the writing method of tiie 
present invention provides an essential solution for the 
previously mentioned two problems wrtiiout sacrificing 
other inportant performances such as the medium S/N 
ratio and interface performance. 
[0033] It is also effective in this writing metiiod to apply 
an alternating and de<^ying bias magnetic field for 
obtaining higher writing effidency In this case, there is 
no possibility of erasing a master information by tiie 
alternating magnetic field or other external magnetic 
field since the master information is formed by tiie 
embossing pattern in the master information carrier of 
the present invention differentiy from the master infor- 
mation written as a magnetization pattern in the mag- 
netic transfer technique. Therefore, the coercive force of 
the ferromagnetic material that forn^ tiie protruding 
portion of the surface of the master information carrier 
has no limitation. The ferromagnetic material is not lim- 
ited to a material with high coerdve force, but can be 
selected from a variety of materials such as a semihard 
magnetic material or a soil magnetic material as long as 
the material can generate sufficient magnetic field for 
writing the master information into a magnetic record 
medium. 

[0034] In tiie writing method of the present invention, 
the ferromagnetic material that forms the protruding 
portion of the surface of tiie master information carrier 
should be magnetized in one direction to generate a 
magnetic field for writing. Therefore, if the semihard or 



soft magnetic material used as the ferromagnetic mate- 
rial cannot generate a stalale one-way magnetization, or 
if a large amplitude of alternating bias magnetic field is 
applied, it is necessary to apply a direct exciting field for 

5 exciting the ferromagnetic material and generating an 
adequate intensity of magnetic field for writing. This 
direct (not alternating) magnetic field con-esponds to ttie 
magnetic field generated by a drive cun-ent in wiring 
coils of a magnetic head. 

10 [0035] As mentioned above, tiie present invention pro- 
vides a method for preformat writing of a tracking servo 
signal, address signal, clock signal or otiier signals into 
a magnetic record medium, especially a disk medium 
such as a hard disk or a large capacity flexible disk, with 

15 substantially high productivity and low cost. 

[0036] The present invention also provides more pre- 
cise tracking for a higher track density than in the prior 
art. 

[0037] The present invention provides an essentia! 

20 solution for the previously stated problems in tiie prior 
art without sacrificing any important performances such 
as a medium S/N ratio or a head-medium interface per- 
formance. Thus, the present invention will be an impor- 
tant technology for a magnetic record medium witii a 

25 high record density of gigabit order and above in the 
future 

BRIEF DESCRIPTION OF THE DRAWINGS 
30 [0038] 

Rg. 1 is an enlarged plan view showing an example 
of a surface of a master information carrier accord- 
ing to the present invention; 
35 Rg. 2 shows an example of tiie master information 
carrier according to the present invention in a cross 
section along a track; 

Rg. 3 shows anotiier example of the master infor- 
mation carrier according to the present invention in 

40 a cross section along a ti-ack; 

Rg. 4 shows yet another example of the master 
information earner according to tiie present Inven- 
tion in a cross section along a track; 
Rg. 5 shows yet another example of the master 

45 information carrier according to tiie present inven- 
tion in a cross section along a track; 
Rg. 6(a) shows a metiiod for writing master infor- 
mation into a magnetic record medium using a 
master information carrier according to the present 

50 invention; 

Rg. 6(b) shows an exanrple of a record magnetiza- 
tion pattern written into the magnetic record 
medium by the method shown in Rg. 6(a); 
Rg. 6(c) shows an example of a read signal from 

55 the magnetization pattern written into the magnetic 
record medium; 

Rg. 7 shows another method for writing master 
information into a magnetic record medium using a 
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master information carrier according to the present 
invention; 

Rg. 8 shews yet another method for writing master 
information into a magnetic record medium using a 
master information carrier according to the pr^ent 
invention; 

Fig. 9(a) shows another method for writing master 
information into a magnetic record medium using a 
master information carrier according to the present 
invention: 

Fig. 9(b) shows an example of a magnetization pat- 
tern written into the magnetic record medium; 
Fig. 9(c) shows an example of a read signal from 
the magnetization pattern shown in Rg. 9(b); 
Fig. 10 shows an example of a cross section of the 
protruding portion of the master information carrier 
according to the present invention along the direc- 
tion of bit length; 

Fig. 1 1 shows another example of a cross section 
of the protruding portion of the master information 
carrier according to the present invention along the 
direction of bit length; 

Fig. 12 shows an example of a process for making 
the master information carrier according to the 
present invention; 

Fig. 13 shows another example of a process for 
making the master information canrier according to 
the present invention; 

Fig. 14 shows yet another example of a process for 
making the master Information canrier according to 
the present invention; 

Fig. 15 is a plan view of an example of a master 
information carrier according to the present inven- 
tion; 

Fig. 16 is a partial cross section showing an appa- 
ratus for writing information signal of the master 
information carrier shown in Fig. 15 into a magnetic 
record medium; 

Fig. 17(a) is a perspective view showing a method 
for writing information signal of the master informa- 
tion carrier into a magnetic record medium using 
the apparatus shown in Rg. 16; 
Fig. 17(b) is a perspective view showing another 
method for writing information signal of the master 
information carrier into a magnetic record medium 
using the apparatus shown in Fig. 16; 
Rg. ISisaperspectiveviewshowing an example of 
a method for pre-magnetizing the magnetic record 
medium; 

Fig. 19(a) is a plan view of a master information car- 
rier according to the present invention; 
Fig. 19(b) show a surface contour of the master 
information carrier shown in Rg. 19(a) along the 
line C-C*; 

Rg. 20 is a partial cross section showing an appa- 
ratus for writing information signal of the master 
information carrier shown in Rg. 19 into a magnetic 
record medium; and 



Rg. 21 is a perspective view showing a method for 
writing information signal of the master information 
carrier into a magnetic record nr^ium u^ng the 
apparatus shown in Rg. 20. 

5 

DETAILED DESCRIPTION OF THE PREFERRED 
EMBODIMENTS 

Below, the preferred embodiments of the present inven- 
10 tion are explained in detail with refererx:e to the accom- 
panying dravsrings. 

(Rrst Embodiment) 

75 [0039] The following explanation concerns a basic 
configuration of the master information carrier accord- 
ing to the present inverrtion and the method for writing 
the master information signal into a magnetic record 
medium using the master information carrier. 

20 [0040] Rg. 1 shows an example of a surface of a mas- 
ter information carrier according to the present inven- 
tion. Rg. 1 shows a master information pattern to be 
written in a preformat area that is cOsposed at a given 
predetermined angular distance along circumferential 

2S direction Q.e, the track direction) for ten tracks In radial 
direction (i.e. in the direction traversing the trad^ of the 
disk. In Rg. 1, areas defined by broken lines correspond 
to tracks to be used as data areas in tiie magnetic 
record medium after writing the master information sig- 

30 nal. In a real master information carrier surface, such 
master information patterns as shown in Fig. 1 are 
formed at a predetermined angular distance in circum- 
ferential direction and in all tracks over the whole 
recording area of the magnetic record disk in radial 

35 direction. 

[0041] The master information pattem comprises a 
tracking servo signal area, a clock signal area and 
address signal area that are disposed sequentially 
along the track direction as shown e.g. in Fig. 1 . The 
40 surface of the master information carrier according to 
the present invention has an embossed pattern corre- 
sponding to this master information pattern. Each 
hatched portion in Rg. 1 . for example, is a protruding 
portion whose surface is made of a ferromagnetic mate- 
45 rial. It is preferable to use a ferromagnetic thin film 
formed by vapor deposition or a plating method as the 
ferromagnetic material. However, a magnetic coating 
layer that contair^ magnetic particles dispersed in an 
organic binder, or a bulk material such as sintered mate- 
so rial can be used. too. 

[0042] The fine embossed pattern corresponding to 
the information signal as shown in Rg. 1 can be formed 
easily by utilizing a variety of fine processing technique 
such as a master stamper process for an optical disk or 
55 a semiconductor process. For example, sudi a process 
comprises the steps of forming a resist film on a ferro- 
magnetic film, patterning by exposure and development 
with a photolithography technique or a lithography tech- 
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ntque using laser or electron beams, and dry etching to 
make a fine embossed pattern on the ferromagnetic 
film. Alternatively, it may comprise the steps of pattern- 
ing a resist film on a substrate, fornting a ferromagnetic 
film, and removing the resist fibn to make a fine 5 
embossed pattern by the ferromagnetic fflm. This proc- 
ess is called liftoff method. It is possible to make the fine 
embossed pattern without using a resist film by a direct 
fine process using a laser, electron beam, ion beam, or 
other machining, as long as the fine enit)ossed pattern 
corresponding to the Information signal is formed with a 
high prec^ion. Some examples of fine processes that 
are suited for making the master information carrier of 
the present invention will be explained in detail under 
the Second Embodiment. 

[0043] Figs. 2-4 show exannples of a cross section of 
the master information carrier shown in Fig. 1 along 
phantom line A-A\ Rgs. 2 and 3 show examples whose 
embossed pattern corresponding to the master irrforma- 
tion is formed after forming ferromagnetic film 22. 32 on 
planar substrate 21, 31. The ferromagnetic film 22 in 
Fig. 2 remains at the tx>ttom portion as well as the pro- 
truding portion of the embossed pattern. On the other 
hand, the ferromagnetic film 32 in Fig. 3 remains only at 
the protruding portion of the embossed pattern as the 
bottom poiion is in the substrate 31 . Both examples are 
acc^able. 

[0044] In the example of Rg. 4, ferromagnetic film 42 
is formed after making an embossed pattern in the sur- 
face of the substrate 41 . This example may have a dis- 
advantage in that edges of the surface of the 
ferromagnetic film 42 at the protruding portion have a 
tendency to be round, so a sharp step may not be 
obtained. In this case, during the writing of master infor- 
mation on the magnetic disk medium, the gradient of the 
magnetic field at a boundary between the protruding 
portion and the bottom portion may be decreased and 
deterioration of writing perfomnance may occur. 
[0045] On the other hand, the configuration of Fig. 2 
or 3 is generally preferable compared with that of Fig. 4 
since the magnetic field for writing may have a suffi- 
ciently large gradient at the boundary between the pro- 
trucGng portion and the kx)ttom portion. However, it is 
necessary to be careful so that a resist layer or deterio- 
rated layer is completely removed from the surface of 
the ferromagnetic film after making tie embossed pat- 
tern. Otherwise, the remaining substances may cause 
spacing loss in the writing process of master information 
onto the magnetic disk medium. 
[0046] Concerning the material of the substrate, there 
is no limitation as long as the ferromagnetic f 3m can be 
formed on the substrate and the fine embossed pattern 
can be processed precisely corresponding to the mas- 
ter information signal. However, it is better to use a 
material whose surface-roughn^ is small and which 
has excellent flatness. If the surface of the substrate is 
rough, the surface of the ferromagnetic film formed on 
the substrate may be rough too, and a write^acing 



loss may increase when writing the master information 
into the magnetic disk. As a material having a small 
face-roughness. a variety of glasses used for magnetic 
disks or optical disks, polymeric material such as a poly- 
cart)onate. metals such as Al, Si substrates, or carixn 
can be used. 

[0047] Concerning the above mentioned write-spac- 
ing loss, it is preferable that the surface of the master 
information carrier and the surface of the magnetic disk 
contact with eadi other securely when tiie nnaster infor- 
mation is written into the magnetic disk. Especially if the 
magnetic record cOsk into which the master information 
is written is a hard disk, the surface of the master infor- 
mation carrier preferably is atHe to connpensate a fine 
wimple or bending of the hard disk to realize a secure 
contact state over the whole disk surface. Therefore, a 
material having some flexibility, for exarnple a sheet or 
disk made of polymer or thin metal is preferable as the 
substrate material tor the master information carrier. 
From this viewpoint, an example of the master informa- 
tion carrier having a preferred sut^rate will be 
explained later in Third Embodiment. 
[0048] A depth of the bottom of the embossed pattern, 
that is the distance between the surface of the protrud- 
ing portion and the bottom, \s usually set at more than 
0.05 microns, preferably more than 0.1 microns, though 
it depends on the surface condition of the magnetic disk 
medium in which the master information is written or the 
bit size of the master information. If the ferromagnetic 
material remains at the bottom of the embossed pattern 
as shown in Fig. 2 or 4. the depth of the bottom below 
0.1 microns may result in an Insufficient gradient of the 
magnetic field for writing. The deptii of the bottom above 
0.1 microns is preferable also for maintaining the secure 
contact state between the surface of the master infor- 
mation carrier and the surface of the magnetic disk 
when the master information is written onto the mag- 
netic disk. 

[0049] The ferromagnetic film can be formed by a 
usual method for forming a thin film, such as sputtering, 
vacuum vapor deposition, plating, or chemical vapor 
deposition (CVD). 

[0050] A variety of materials can be used for forming 
the ferromagnetic film, such as a hard magnetic mate- 
rial, semihard magnetic material or soft magnetic mate- 
rial as explained previously However, it is better that the 
saturation magnetic flux density of the material is large 
to generate a sufficient magnetic field for writing regard- 
less of a kind of the magnetic disk into which the master 
information is written. Especially, when writing into a 
disk with a high coercive force above 150 kA/m or a flex- 
ible disk with a thicker magnetic layer, a material with a 
saturation magnetic flux density above 0.8 T. preferably 
above 1.0 T, is used generally. Otherwise the writing 
cannot be performed sufficiently 
[0051] Furthermore, the thrckness of the ferromag- 
netic film also influences the writing ability into the mag- 
netic disk. A certain thickness of the ferromagnetic film 
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is necessary to generate a sufficient magnetic field for 
writing regardless of a kind of the magnetic disk, 
though, on the other hand, the influence of a dennagnet- 
izing field due to the bit shape of the master infornnation 
should be taken into consideration, tn the configuration 5 
of the present invention, the ferromagnetic film of the 
protruding portion of the master infbrrr^tion disk is mag- 
netized along the tradk direction in the film plane for 
generating the magnetic field for writing, except for the 
special case where the magnetic disk is a perpendicular ro 
magnetic record medium or other special cases. How- 
ever, if the thickness of the ferromagnetic film is too 
large, the writing ability is decreased since tiie leakage 
flux decreases by the influence of the demagnetizing 
field. Therefore, the thickness of the ferronnagnetic film is 
should be set at an adequate value depending on the bit 
length of the master information. For example, if the 
least bit length of the master information is 1-2 micron, 
the adequate tNdmess of the fenromagnetic film may be 
0.1-1.0 micron. 20 
[0052] Preferred magnetic characteristics of these fer- 
romagnetic materials will be explained later together 
with a method for writing the master infbrnrtation into the 
magnetic disk. 

[0053] Fig. 5 shows another example of the cross sec- 25 
tion of the master information carrier along the phantom 
line A-A* in Rg. 1 . This exanple in Fig. 5 differs from the 
examples shown in Figs. 2-4 in that the substrate itseff 
is made of the ferromagnetic material. In other words, a 
film formation step is not necessary In tiiis example 30 
since the embossed pattern corresponding to the mas- 
ter information is formed on the surface of the substrate 
51 made of tiie ferromagnetic material. Thus, the pro- 
ductivity for making the master information carrier is 
improved compared to Figs. 2-4. 3S 
[0054] If a bulk material such as a sintered material is 
used for the ferromagnetic substrate 51 , the surface- 
roughness of the master information carrier may be 
large. In this case, the write spadng may increase when 
writing the master information onto the magnetic disk. 40 
so the substrate material chosen should have a ajrface 
as smooth as possible. Generally, a bulk material such 
as a sintered material does not have flexibility, so the 
example In Fig. 5 is more suitable for writing into a flex- 
ible disk rather than a hard disk. 45 
[0055] A method for writing the master information sig- 
nal into the magnetic disk using the above-mentioned 
master infornretion carrier is explained in the following. 
Rg. 6(a) shows the method for writing the master infor- 
mation into the in-plane magnetic record medium. Rg. so 
6(b) shows a magnetization pattern that was written into 
the magnetic record medium. Rg. 6(c) shows an exam- 
ple of a read-back signal of the above written magneti- 
zation pattern detected by a magnetoresistive (MR) 
type head. Rgs. 6(a) and 6(b) are both the cross sec- ss 
tions of the magnetic record medium along the track 
direction. 

[0056] When writing onto the in-plane magnetic 



record medium, tiie ferromagnetic material that forms 
the protruding portion of the master information carrier 
61 is magnetized in the direction 63. along a trad< paral- 
lel to the surface of the magnetic record medium 62, as 
shown in Rg. 6A, This magnetization 63 Is given by 
residual magnetization generated by previously saturat- 
ing the ferromagnetic material that fornr^ the protruding 
portion along the track direction, e.g. if the ferromag- 
netic material of the protruding portions is a highly coer- 
cive material. Materials conposed of rare earth 
elements and transition metal material such as Sm-Co 
or Ne-Fe-B are suitable as highly coercive material for 
the above mentioned fenromagnetic material since they 
have a high coercive force and high saturation flux den- 
sity. 

[0057] The surface of the master information carrier 
61 causes a change of the magnetic reluctance due to 
the embossed pattern. Thus, the magnetization 63 of 
the ferromagnetic material at the protruding portion 
generates tiie magnetic field 64 for writing. This mag- 
netic field 64 has opposite polarities for the surfaces of 
the protruding portion and tine bottom of tiie master 
information carrier 61 . Consequently, the magnetization 
pattern 65 shown in Rg. 6(b) is written into the magnetic 
record medium 62, corresponding to the embossed pat- 
tern. 

[0058] The read signal waveform is shown in Rg. 6(c), 
which is read using a magnetic head and attained from 
the magnetization 65 recorded by the method of the 
present invention. The waveform shown In Fig. 6(c) is 
basically similar to that of the signal read from the mag- 
netization recorded by the method in the prior art using 
a magnetic head. Therefore, there is no problem in 
processing the read signal. The writing method of the 
present invention is rather superior regarding the sym- 
metry of the read signal to the method using a magnetic 
head, probably because the method of the present 
invention is not accoirpanied by relative movement of 
the master information carrier and the magnetic record 
medium. 

[0059] In the writing step according to the present 
invention, applying an alternating and decaying bias 
magnetic field improves the efficiency of writing, as 
explained before. Considering the technical field of the 
invention, it is preferable to utilize a basically digital sat- 
uration recording in the writing process of the present 
invention. However, tiiere may be some cases with 
insuffident writing ability d^ending on the information 
signal pattern to be written or the magnetic characteris- 
tics of the magnetic record medium. In these cases, 
applying the afternating and decaying bias magnetic 
field will be effective mear^ to obtain a sufficient satura- 
tion vwiting. 

[0060] A vin-iting medianism with applying the alternat- 
ing bias magnetic field is basically the same as an ana- 
log alternating bias writing in the prior art However, the 
recording method of the present invention is a static 
recording without relative movement between the mas- 
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ter information earner and the magnetic recording 
medium. Therefore, a frequency of tfie alternating bias 
magnetic field is not as limits as the analog atternating 
bias writing in the prior art. The frequency of the alter- 
nating magnetic field to be applied in the method of the 
present invention can be 50 or 60 Hz, as is used for 
commercial AC power supply. 

[0(^1] A decay time of the alternating bias magnetic 
field is set substantially longer than a period of the alter- 
nating bias magnetic field, preferably more than five 
periods. For example, if the frequency of the alternating 
bias magnetic field is 50 or 60 Hz. more than 100 ms 
may be enough for the decay time. 
[0062] On the other hand, the method shown in Rg. 
6(a) requires a maximum amplitude of the alternating 
magnetic field that is less than a coercive force of the 
ferromagnetic nr^terial that forms the protruding portion 
of the master information carrier 61. In the method 
shown in Fig. 6(a), applying an alternating bias mag- 
netic field greater than the coercive force of the ferro- 
magnetic material will deo^ease the magnetization 63 of 
the magnetic material of the protruding portion. In this 
case, it is difficult to obtain a sufficient magnetic field 64 
for writing. 

[0063] In the above explanation, a highly coercive 
material is used for tiie ferromagnetic material that 
forms the protruding portion of the master information 
carrier. However, there are some cases where it is diffi- 
cult to get a sufficient magnetization with an easy mag- 
netization direction set along a track, owing to the 
embossed pattern formed on the surface of tiie master 
Information carrier when using a highly coercive mate- 
rial. 

[0064] For example, if a bit shape of the master infor- 
mation signal is elongated in the direction across the 
tracks, the ferromagnetic material that forms the pro- 
trucOng portion of tiie master information carrier is Influ- 
enced by shape anisotropy in the direction across tracks 
so tiiat the direction across the tracks tends to be an 
easy axis. In this case, the residual magnetization gen- 
erated by saturating the ferromagnetic material along 
the track is too small to obtain a magnetic field along the 
track for writing. In addition, a hard magnetic highly 
coercive material usually has diffiojlty in controlling 
magnetic anisotropy Therefore, it is diffcutt to Induce 
the anisotropy that Is enough to compensate the contri- 
bution of the above motioned bit shape, in the direction 
along the b-ack. 

[0065] To solve the ^DOve-mentioned problem, it is 
preferable to make the ferromagnetic material that 
forms the protruding portion of the master information 
carrier using a soft magnetic material or a hard or sem- 
ihard magnetic material having lower coercive force. 
There is no specific boundary between a hard magnetic 
material and a semihard magnetic material. In this 
specification, the term "semihard magnetic material" is 
used as a generic term for hard or semihard magnetic 
materials having a small coercive force (below 60 kA/m 



for example), that Is less than a half value of a usual 
magnetic record medium (120-200 KAAn). 
[0066] Such a soft or semihard magnetic material can 
be treated easily to have an adequate anisotropy by 

5 adding a variety of energies in tiie process of making 
tiie material or anneaOng tiie material in the magnetic 
field, compared with a hard magnetic material having a 
highly coercive force. Therefore, the above mentioned 
anisotropy due to the bit shape may be compensated 

10 easily, too. Furthermore, many soft or semihard materi- 
als have a large saturation flux density suitable for the 
ferromagnetic material that forms the protruding portion 
of the master information carrier. As the soft magnetic 
material suitable for the ferromagnetic material that 

15 forms the protruding portion of the master information 
carrier of the present invention there are, for example, a 
crystalline material such as Ni-Fe or Fe-AI-Si, an amor- 
phous material of the Co group such as Co-Zr-Nb, or an 
Fe microcrystalline material such as Fe-Ta-N. For the 

20 semihard magnetic material having a low coercive 
force, for example. Fe, Co. Fe-Go and other materials 
are suitable. 

[0067] Though the ferromagnetic material that forn^ 
the protruding portion of the master information carrier 

25 in the present invention should be magnetized in one 
direction to generate a magnetic field for writing in a 
writing process, a soft magnetic material or a semihard 
magnetic material usually does not provide a stable 
one-direction magnetization in a residual magnetization 

30 State. Therefore, in many cases, a direct exciting field is 
applied for exciting the material to generate an ade- 
quate magnetic field for writing. As mentioned before, 
this direct exciting field corresponds to a magnetic field 
generated by a current that flows in coil windings of the 

35 magnetic head. 

[0068] Fig. 7 shows the method for writing the master 
information signal using a direct magnetizing field as 
mentioned above. Fig. 7 is also the cross section along 
the track of tiie magnetic record medium similar to Rg. 

40 6(a). 

[0069] The soft magnetic material or the semihard 
magnetic material that forms the protruding portion of 
the master information carrier Is magnetized by the 
direct exciting field 75 in the direction along tiie track of 

45 tiie magnetic record medium 72 to generate the mag- 
netic write field 74. The direct exciting field 75 cannot be 
so strong since it Is applied to the magnetic record 
medium 72, too. The intensity of the direct exciting field 
75 is preferably as large as, or below the coercive force 

so of tiie magnetic record medium in most cases. If the 
intensity of the direct exciting field 75 is as large as, or 
less tiian the coercive force of the magnetic record 
medium, the magnetic field for writing 74 generated by 
the soft magnetic material or the semihard magnetic 

55 material of tiie protruding portion is much stronger than 
the Intensity of tiie direct exciting field. Thus, the mag- 
netization pattern can be written corresporKGng to the 
embossed pattern, in the same manner as shown in 
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Figs. 6(b). The adequate intensity of the direct exciting 
field 75 can be varied due to the magnetic characteris- 
tics of the soft or semihard magnetic rmterial that forn^ 
the protruding portion of the master Information carrier, 
magnetic characteristics of the magnetic record 
medium, embossed pattern shape, or other factors. 
Therefore, the intercity of the direct exciting field should 
be optimized experimentally to obtain the mo^ ade- 
quate writing characteristics in each case. 
[0070] From the above viewpoint, the soft or semihard 
magnetic material that forms the protruding portion of 
the master information carrier preferably reaches sub- 
stantial saturation by the direct exciting field 75 whose 
intensity is as large as. or below the coercive force of 
the magnetic record medium. Most soft magnetic mate- 
rials show good saturation characteristics in a small 
magnetic field. However, some semihard magnetic 
materials need a large magnetic field for saturation, so 
attention should be paid when selecting the material. 
Material having a coercive force below 40 kA/m is pref- 
erable as the semihard magnetic material when writing 
into a hard disk having a usual coercive force or a large- 
capacity flexible disk. If the coercive force is more than 
40 kA/m. an intensity of the direct exdting field 75 that is 
significantly larger than the coercive force of the nrag- 
netic record medium is necessary for stable magnetiza- 
tion of the semihard magnetic material along the track of 
the magnetic record medium 72. Thus, rt is difficult to 
write with a precise resolution in some casea 
[0071] The writing method with applying the direct 
exciting field as shown in Fig. 7 is effective also in the 
case where the ferromagnetic material that forms the 
protruding portion of the master information carrier has 
a large coercive force, especially when applying an 
alternating bias magnetic field whose intensity is larger 
than the coercive force. As mentioned above, if an alter- 
nating bias magnetic field that is larger than the coer- 
cive force of the ferromagnetic material is applied in Fig. 
6, the magnetization 63 of the fen-omagnetic material 
that forms the protruding portion decreases, so that a 
sufficient magnetic field for writing 64 cannot be 
obtained. In this case, by superposing the direct exciting 
field on the alternating bias magnetic field, the total 
external magnetic field that is applied in the opposite 
direction to magnetization 63 of the ferromagnetic mate- 
rial decreases, so that the stable magnetic field for writ- 
ing can be generated similarly to the case where the 
alternating bias magnetic field is not applied. Applica- 
tion of the alternating and decaying bias magnetic field 
superposed on the direct exciting field as mentioned 
above is also effective for the case where the ferromag- 
netic material that forms the protruding portion of the 
master information carrier is a semihard or soft mag- 
netic material. 

[0072] In some cases depending on the embossed 
pattern on the surface of the master Information carrier, 
a better written state can be obtained by erasing the 
magnetic record medium previously with a direct satura- 



tton and giving an initial magnetization 86 in one direc- 
tion as shown in Rg. 8. 

[0073] The embossed pattern can be a variety of pat- 
terns depending on the information signal required for 

5 each application. Therefore, in some embossed pattern, 
either the magnetic field on ^e surface of tiie protruding 
portion site or the magnetic field on the bottom portion 
site is much weaker than the other. Thus, the weaker 
magnetic field cannot perform saturation writing, or the 

10 linearity of writing Is deteriorated. In Rg. 8. it Is prefera- 
ble to erase the magnetic record medium 82 previously 
ty a direct saturation In tiie direction of the weaker mag- 
netic field, which is either the magnetic field 84a on the 
surface of the protruding portion site or the magrietic 

15 field 84b on the bottom portion site, to promote the sat- 
uration writing in this direction. 

[0074] In Fig. 8, the magnetic record medium 82 is 
previously erased with tiie direct saturation magnetiza- 
tion in the opposite direction to the magnetization 83 of 

20 the ferromagnetic material that forms the protruding 
portion. However, It is clear from the above explanation 
that tiie polarity for erasing a magnetic record medium 
by the direct saturation depends on the case. For exam- 
ple, in some cases, a better resolution for writing is 

25 obtained by erasing tiie magnetic record medium 82 
using a direct saturation In the same direction as the 
magnetization 83 of tiie ferromagnetic material at the 
protruding portion of the master information. Though 
the direct exciting field 85 is applied in the configuration 

30 shown in Fig. 8 in the same manner as shown In Fig. 7. 
the effect of previously erasing with a direct exciting field 
Is obtained even if the direct exciting field 85 is not 
applied. 

[0075] The above explanation concerns writing into In- 
35 plane magnetic record media. However, the writing 
metiiod of this Invention can be utilized for various mag- 
netic recording media in a variety of emtxxJiments to 
obtain similar effects. 

[0076] A typical variation of the writing method accord- 

40 ing to the present invention is shown in Rg. 9 where the 
master information Is written into a perpendicular mag- 
netic record medium. Fig. 9(a) shows the writing 
metiiod of the master information signal into the per- 
pendicular magnetic record medium using a master 

45 information carrier. Fig. 9(b) shows a magnetization pat- 
tern written into the perpendicular magnetic record 
medium. Rg. 9(c) shows an example of the waveform of 
a read signal read by a magnetoresistive (I^R) type 
head from the magnetization pattern. Rgs. 9(a) and 

so 9(b) are cross sections along the track direction of the 
magnetic record medium similar to Figs. 6 - 8. 
[0077] \Aftien vfl-iting into tiie perpendicular magnetic 
medium, magnetization 93 is applied to the ferromag- 
netic material of the protruding portion of the master 

55 information canier 91 in the direction perpendicular to 
the surface of tiie magnetic record medium 92. There- 
fore, if the fenomagnetic material of the protruding por- 
tion is a ferromagnetic film, a thickness of the fOm 
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should be large enough for reducing a dennagnetization 
field In the direction perpendicular to the surface. 
[0078] If the direct exciting field 95 is applied, its direc- 
tion should be perpendicular to the surface of the mag- 
netic record medium 92, differently from the in-plane 
writing. The previous erasing of the magnetic record 
medium 92 with direct saturation is performed also in 
the direction perpendicular to the surface of the mag- 
netic record medium 92 so that the initial magnetization 
96 can remain In the vertic^ direction. 

(Second Emtxxliment) 

[00791 This second embodiment will explain an exam- 
ple of the master information carrier having superior 
record resolution uniformly over the large area, and an 
example of the process for making the master informa- 
tion carrier efficiently at a low cost. 
[0080] In the above mentioned f irst embodiment the 
surface of the master information carrier shown in Figs. 
1 -5 should be processed to make a fine embossed pat- 
tern corresponding to the information signal to be writ- 
ten for Preformat, using photolithography or other 
tediniques. However, depending on the process for 
making the master information can'ier. it is sometimes 
difficult to form an embossed pattern corresponding to 
the Information signal with a sufficient resolution, when 
forming the embossed pattern with a high record den- 
sity in which a bit length is below several microns. Espe- 
cially, if the master information disk is to be used for 
writing into a disk with large diameter such as 3.5 or 5 
inches, usual photolithography process cannot provide 
a uniform accuracy over such a large area, so the 
emtKJSsed pattern may have some microscopic differ- 
ence depending on its location. 
[0081] For example, the master information carrier 
having a cross section shown in Rg. 3 was made by 
steps of forming a fen'omagnetic film 32 on the surface 
of the planar substrate 31, coating a resist film on the 
surface, exposing and developing the resist film to form 
the pattern con^esponding to the digital information sig- 
nal, and forming the fine embossed pattern on the sur- 
face of the ferromagnetic film by a dry etching technique 
such as an ion milling. 

[0082] Though the section profile of the protruding 
portion is simplified with a rectangular shape in Rg. 3. it 
is difficult to form such a rectangular section over a large 
area in a real master information carrier made using 
regular photolithography The section profile of the pro- 
trucfing portion usually assumes a trapezoidal ^ape, 
where the length of the upper side differs from the 
length of the lower side, not a rectangular shape. In 
addition, the edges of the upper side at the surface of 
the trapezoid become rounded In general. 
[0083] Such a section profile results primarily from the 
fact that the resolution of the exposing or developing 
process of the resist film is not sufficient for the bit 
length of the digital information signal. The section pro- 



f fle of the patterned resist film has already been a trap- 
ezoid and its edges at the upper side have already been 
rounded. Thus, the section profile of the protruding por- 
tion of the ferromagnetic fflm that is formed by the dry 
5 etching technique such as the ion milling becomes a 
rounded trapezoid, inheriting the section profile of the 
patterned resist film. 

[0084] Furthenmore, the above mentioned section 
profile cannot be uniform over a large area, so some 

10 microscopic differences of the section profile nrsy be 
ot>served depending on the location, in spite of having 
the same patteming. Such a microscopic difference of 
the section profOe of the embossed pattern may unde- 
sirably influence the S/N ratio of the signal written for the 

75 Preformat 

[0085] The atx>ve problem can be solved by using an 
advanced photolithography technique that can realize 
sufficient accuracy and resolution over the large area. 
However, in this case, even if the above problems are 

20 solved, a substantially expensive exposing machine, 
resist material, developing liquid and other things are 
necessary. Cor^equently. the productivity of the master 
information carrier may drop and the cost for making the 
master information carrier may rise 

25 [0086] On the contrary, this embodiment can control 
the variation of the S/N ratio due to the variation of the 
section profile v/ithin a certain tolerance by improving 
the section profile of the emt>ossed pattern even if an 
inexpensive photolithography process is used. 

30 [0087] The inventors have searched for a preferred 
section profile of the embossed pattern that has littte 
influence on the S/N ratio of the signal. As a result, it 
was found that a first or second configuration of the pro- 
truding portion of the master information carrier 

35 explained below can control the variation of the S/N 
ratio within a certain tolerance. 
[0088] Rg. 10 shows a first configuration of the pro- 
truding portion. In this configuration, the section profile 
of the protruding portion along the bit length direction of 

40 the digital information signal is substantially a trapezoid 
with an upper side at the surface and a lower side on the 
substrate. The upper side length "a** is less than the 
lower side length "b", and the difference (b-a) between 
the both side lengths is less than twice the height of the 

45 trapezoid. Such a section profile of the protruding por- 
tion can control the variation of the S/N ratio due to the 
microscopic variation of the section profile vintiiin a cer- 
tain tolerance, even when writing a digital information 
signal for the preformat with several mio-ons bit-length. 

50 [0089] The S/N ratio of the read signal Is influenced 
not only by the intensity of the magnetic field for prefor- 
mat writing generated from the ferromagnetic film 1 02 at 
the protruding portion of the master information carrier, 
but also the gradient of the magnetic field at the tx)und- 

55 ary between the protruding portion and the bottom, i.e., 
at the edges of the upper side of the protruding portion. 
If the difference between tine upper side lengtii "a" and 
the lower side length "b" of the trapezoid section of the 
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protruding portion is less than twice of the height of 
the trapezoid, the gradient of the magnetic field Is rather 
steep. Therefore, it could be established that the S/N 
ratio of the read signal is large and the variation of the 
S/N ratio due to the n^croscopic variation of the section 
profile is small under the at>cve condition. 
[0090] On the contrary, if the difference between the 
upper side length "a" and the lower side length 1>" is 
more than twice of the height 1i' of the trapezoid, leak- 
age from slant faces decreases the gradient of the mag- 
netic field at the edges of the upper side. Therefore, the 
variation of the S/N ratio of the read signal due to the 
variation of the section profile increases beyond a cer- 
tain tolerance, so that a uniform and suffident S/N ratio 
of the read signal cannot be obtained over a large area. 
[0091 ] If the bit length of the digital information signal 
to be written Is less than one micron, field gradient vari- 
ation due to the microscopic shape variation at the 
edges of the upper side can influence the S/N ratio of 
the read signal. In this case, curvature radii r, r* at edges 
of the upper side are preferably set below a half of the 
upper side length. Thus, the variation of the S/N ratio 
due to the microscopic variation of the section profile is 
controlled within a tolerance, even when a digital signal 
with a bit length of less than 1 Hm is recorded. 
[0092] As mentioned above, the first configuration per- 
mits the section profile of the protruding portion to have 
a trapezoid shape, so the embossed pattern can be 
formed by a regular, widely used photolithography proe- 
ms, without having to use an advanced photolithogra- 
phy technique. Therefore, the master information carrier 
having the first configuration can be produced efficiently 
at low cost. 

[0093] As explained in the first en^odiment, the thick- 
ness of the ferromagnetic film may influence the S/N 
ratio of the read signal when performing preformat writ- 
ing by use of the above mentioned master information 
canrier If the thickness of the ferronrragnetic film 102 in 
Fig. 10 is too thin, a sufficient magnetic field cannot be 
generated for writing, and the gradient of the magnetic 
field may deaease at the boundary of the protruding 
portion and the bottom portion. Thus, it is difficult to per- 
form sufficient writing. 

[0094] On the other hand, when writing a preformat 
signal into an in-plane magnetic record medium, if the 
thickness of the ferromagnetic film 102 is too thick, the 
demagnetizing field due to the profile of the protruding 
portion makes it difficult to generate a sufficient mag- 
netic field. For example, preformat writing into the in- 
plane magnetic disk is performed by applying a direct 
exciting field along the circumferential direction in the 
disk plane for magnetizing the ferromagnetic film 1 02 al 
the protruding portion of the master information carrier, 
and the digital infornnation signal corresponding to the 
embossed pattern is written. However, if the upper side 
length "a" of the protruding portion corresponding to the 
bit length of the signal is not sufficiently larger tiian the 
thickness of the ferromagnetic film 102. the demagnet- 



izing field in the opposite direction to the magnetization 
of the fenromagnetic film 102 increases, so that the 
magnetic field for viniting generated by the protruding 
portion is weakened. 

5 [0095] The influence of the above mentioned demag- 
netizing field causes a drop of the S/N ratio if tiie thick- 
ness of the ferromagnetic film 1 02 is larger than a half of 
the upper side length "a* of the protruding portioa How- 
ever, the drop of tfie S/N ratio Is small enough to be 

10 neglected if the thickness of the ferromagnetic film 102 
is smaller than a half of the upper side length "a" of the 
protruding portion. Therefore, it is preferable to ensure 
that the thickness of the ferromagnetic film 1 02 can gen- 
erate a sufficient magnetic field for writing In a thld^ess 

75 region bdow one half of the upper side length "a", espe- 
cially in a master information carrier v/ith in-plane pre- 
format writing. 

[0096] On the other hand, when writing the preformat 
signal into a perpendicular magnetic record medium, a 

20 direct exciting field is applied in the direction perpendic- 
ular to the ferromagnetic film 102 to magnetize the fer- 
romagnetic film 102. and a digital information signal is 
written corresponding to the embossed pattern. In this 
case, differentiy from the case with in-plane writing, the 

25 magnetic field for writing is dropped due to the demag- 
netizing field, the more the ferron^gnetic film becomes 
thinner. Therefore, a master information carrier to be 
used for preformat writing into the perpendicular mag- 
netic record medium should have a thickness of the fer- 

30 romagnetic film 102 tiiat is larger tiian tiie upper side 
length "a", preferably more than twice tiie upper side 
length "a" of the protruding portion of the ferromagnetic 
fOm 102. 

[0097] Rg. 1 1 shows a second configuration of tiie 
35 protruding portion. In tills configuration, the section pro- 
file of the protruding portion along the direction of the bit 
length of the digital information signal is sut)stantially a 
trapezoid with an upper side at tiie surface and a lower 
ade on the substrate, and the upper ^de length *'a*' is 
40 larger than the lower side length "b". This upside<lown 
trapezoid section of the protruding portion can obtain a 
sufficient S/N ratio of the read signal and control the var- 
iation of the S/N ratio within a tolerance over a large 
area, in spite of some microscopic variation of the sec- 
45 tion profile, even when a digital signal with a bit length of 
less tiian 1 \im is recorded. 

[0098] As previously merrtloned, the S/N ratio of tiie 
read signal is influenced by the intensity of the magnetic 
field for preformat writing generated from the ferromag- 

50 netic film at the protruding portion of tiie master infor- 
mation carrier, and by the gradient of the magnetic field 
at tiie boundary between the protruding portion and the 
tx>ttom portion, that is the edges of the upper side of tiie 
protruding portion. In the second configuration, tiie 

55 angles between the upper side and slant faces are 
BGute angles since the upper side length "a" is larger 
than the lower side length "b" of the trapezoid section of 
the protruding portion. Such a configuration reduces the 
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influence of the leakage magnetic field generated by the 
slant faces and provides a steep gradient of the mag- 
netic field at the edges of ttie upper side* so that a suffi- 
cient S/N ratio of the read signal is obtained. 
[0099] Furthermore, the difference between the upper 
side length "a' and the lower side length "b" as well as 
the gradient variation of the magnetic field at each edge 
of the upper side is small in the second configuration. 
As a result, the variation of the S/N ratio of the read sig- 
nal due to the miaroscopic variation of the section profile 
also can be within a tolerance. Therefore, as in tiie first 
embodiment, a uniform and sufficient S/N ratio of the 
read signal over a large area can be obtained. 
[0100] The thickness of the fenromagnetic film 112 
influences the S/N ratio of the read signal in the second 
configuration, too. The standard for determining the 
thickness of the ferronnagnetic film 112 is the same as 
that mentioned in the first configuration. The thickness 
of the ferromagnetic film 112 is preferably less than a 
half of the upper side length ''a'* for the master informa- 
tion carrier for an in-plane magnetic record medium, 
and is preferably more tiian twice the upper side length 
"a" for the master information carrier for a perpendicular 
magnetic record medium. 

[01 01 ] The master information cannier having the sec- 
ond configuration can be manufactured by a photoli- 
thography technique using, for example, a liftoff 
process. The following explains an example of a proc- 
ess suitable for making a master information carrier 
having the second configuration. 
[0102] Fig. 12 shows an example of the process for 
making the master information carrier according to the 
second corrfiguration. 

[0103] First, as shown Rg. 12(a), the embossed pat- 
tern con^esponding to the digital information signal is 
formed on the substrate 121 with the photoresist film 
123. The cross section in the bit-length direction of the 
protruding portion formed by the photoresist film 1 23 is 
substantially trapezoidal with an upper side at tiie sur- 
face and a lower side on tiie substrate, and tiie upper 
side length is shorter tiian the lower side, as shown in 
Fig. 12(a). 

[01 04] Then, as shown in Fig. 1 2{b), the ferromagnetic 
film 122 is formed on the substrate 1 21 and the protrud- 
ing portion formed by the photoresist film 123. A usual 
method such as a vacuum vapor deposition, sputtering 
or plating can be used for forming the ferromagnetic film 
122. 

[0105] Then, as shown in Fig. 12(c), the surface of the 
ferromagnetic film 122 is etched a littie by ion milling or 
another metiiod. After tiiat. the photoresist film 123 and 
the fenromagnetic film 122 formed on tiie photoresist 
film 123 are removed by a liftoff method. Thus, as 
shown in Rg. 12(d), tiie master information carrier is 
made, which includes the substrate 121 and tiie pro- 
trucfing portion of the ferromagnetic film 122 formed on 
the substrate 1 21 . and the section profile of the protiiid- 
ing portion is a trapezoid wth an upper side longer than 



a lower side. The liftoff process is performed by melting 
the photoresi^ film 1 23 by usng a special solvent called 
"remover", for removing the ferromagnetic film 122 
formed on the photoresist fflm 123 together witii the 

5 photoresist f Om 1 23. 

[01 05] The etching step of the ferromagnetic film sur- 
face shown in Rg. 12(c) is performed for making the lift- 
off easy by removing the ferromagnetic fim 122 
deposited on the slant faces of the protruding portion 

10 formed with the photoresist film. This step can be elimi- 
nated if the thickness of tiie ferromagnetic film 122 is 
thin. In tiiis case, however, the accuracy of patterning of 
the ferromagnetic film 122 after the liftoff may k>e deteri- 
orated and ferromagnetic film or photoresist film 123 

15 can remain partially. Therefore, it is better not to elimi- 
nate the etching step shown in Rg. 12(c). 
[0107] In tiie etching step shown in Fig. 12(c), ion mill- 
ing for etching the ferromagnetic film can be replaced 
with a vacuum dry process such as sputter etching or a 

20 wet process such as chemical etching. 

[0108] If a vacuum dry process such as sputtering or 
ion milling is used for this etching step, it is preferable to 
irradiate the ion 1 24 from the slant direction against the 
surface of the sid^strate 121 since this etching process 

25 is performed for making tiie liftoff easy by removing the 
ferromagnetic film 122 deposited on the slant faces of 
the protruding portion formed with the photoresist film 
1 23. According to experiments, it was found that the fer- 
romagnetic film 1 22 deposited on the slant faces can be 

30 removed effectively when an incident angle of the ion 
124 with respect to the normal of the substrate 121 is 
more tiian 20 degrees. 

[01 09] Fig. 1 3 shows another example of the process 
for making the master information carrier having the 

35 second configuration. 

[01 1 0] First, as shown in Rg. 13(a), a conductive film 
1 34 is formed on the substrate 131. Then, an embossed 
pattern corresponding to the digital information signal is 
formed on the conductive film 134 using a photoresist 

40 film 133. as shown in Fig. 13(b). The section profile of 
the protruding portion formed with the photoresist film 

133 is a trapezoid with an upper side at the surface that 
is longer than a lower side on the substrate as shown in 
Rg. 13(b). 

45 [0111] Then, as shown in Rg. 13(c). a ferromagnetic 
film 132 is formed on tiie conductive film 134 and the 
protruding portion of the photoresist film 133 with an 
electroplating method. 

[0112] Then, the photoresist fflm 133 is removed. 
50 Thus, as shown in Fig. 13(d). tiie master information 
carrier is completed, which includes a conductive film 

134 and a protruding portion of the ferromagnetic film 
132 whose section profile is a trapezoid with an upper 
side longer than a lower side. The photor^ist fQm 133 

55 is removed by melting the photoresist film 133 by a sol- 
vent called "remover" in the same way as shown in Rg. 
12(d). 

[0113] Differently from the process shown in Rg. 12. 
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this process shown in Rg. 13 forms the ferromagnetic 
f nm 132 by electroplating, so the ferromagnetic material 
does not deposit on the surface of the protruding portion 
of the photoresist film 133. Therefore, the photoresist 
film 133 can be removed easier than in the process 
shown in Rg. 12. In addition, an etching step of the fer- 
romagnetic film 132 Is not required in this process. The 
step for forming the conductive film 134. which is 
required in this process shown in Rg. 13, can be elimi- 
nated by using a substrate 131 made of a conductive 
material. 

[01 1 4] Though the material and thickness of the con- 
ductive film 134 are not limited, it is preferable to obtain 
a film with a small surface-roughness. If the surface- 
roughness of the conductive film 134 is large, the sur- 
fece-roughness of the fen'omagnetic film 133 formed 
thereon may also become large, and the surface-rough- 
ness can influence a distribution of the magnetic field for 
preformat writing. Therefore, it is desirable to select the 
continuous thin film material with littie surface rough- 
ness and as thin as possible, as long as a sufficient con- 
ductivity for electroplating can be obtained. 
[01 15] If the reflectivity of the surface of the corKluctive 
film 134 is large at a wavelength region of light for 
exposing the photoresist film, the resolution at exposure 
can be deteriorated due to the influence of the reflecting 
light. Therefore, it is desirable to use a material for the 
conductive film whose reflectivity at the surface is small, 
preferably less than 50 % at a wavelength of light for 
exposing the photoresist film 133. 
[0116] As mentioned above, the resolution at expos- 
ing the photoresist film can be improved when the con- 
ductive film 134 has a function of anti-reflection coating 
compared with the case where the patterning of the 
resist film is performed directly on the substrate 131. 
This conductive film 1 34 with anti-reflection function can 
be a conductive carbon film or a film with some impuri- 
ties containing a cartoon as a main component, for 
example. 

[0117] It is also preferable when selecting a material 
for the conductive film to consider a compatibility of the 
material witii the ferromagnetic material to be disposed 
on the conductive film 134. Deposition rate, construc- 
tion or magnetic characteristics of the ferromagnetic film 
1 32 formed on tiie conductive film by electroplating may 
change depending on the material of the conductive 
film. Therefore, it is preferable to select the most proper 
conductive film material considering the ferromagnetic 
film material to be used. 

[0118] If the substi^ate material is selected from con- 
ductive material, it is preferable to pay the same atten- 
tion as mentioned atx>ve concerning the conductive 
fflm. 

[0119] In the example of the process for making a 
master information carrier having the second cortf igura- 
tion mentioned above, the section profile of the protrud- 
ing portion of the photoresist film 133 is permitted to be 
a trapezoid. Therefore, a regular, widely used photoli- 



thography prcxess can be used without using a spedal 
advanced F^otolrthography technique. Thus, the master 
information carrier can be produced effidentiy at low 
cost in the same way as the master information having 
5 the first corrfiguration explained previously 

(Third Embodiment) 

[0120] It is necessary that the surface of tiie master 

10 information carrier and the surface of the magnetic 
record medium keep a uniform and secure contact 
when writing a master information into the magnetic 
record medium. If secure and uniform contact is not 
kept between the two surfaces, the nr^ster information 

15 signal can be written incorrectiy into the magnetic 
record medium due to spacing loss. In this case, tiie 
read signal from the medium may include a partial lack 
of data or deteriorated S/N ratio. 
[0121] This embodiment provides a suitable configu- 

20 ration of tiie master information cannier for maintaining a 
secure and uniform contact between the surface of tiie 
master information carrier and the surface of the mag- 
netic record medium, a master information carrier that 
can perform preformat writing with high reliability, as 

25 well as a method for producing the master information 
carrier. 

[0122] If the magnetic record medium into v^ich the 
master information is prefbrmat-wrrtten is a hard disk, its 
substrate is a hard material such as metal, glass, silicon 

30 or cart>on. Therefore, it is preferable that the substrate 
of the master information carrier has flexibility to a cer- 
tain extent so that the surface of the master information 
carrier can compensate a fine winple or bending to 
keep a secure contact state over the whole disk surface. 

35 A polymer material is suitable for making such a sub- 
strate of the master information carrier. 
[0123] TTie master information carrier of the present 
invention can keep a secure and uniform contact with 
the surface of the hard disk that includes a hard sub- 

40 ^rate and a magnetic film formed on the substrate, by 
using a polymer material for the substrate of the master 
information carrier. Thus, tiie master Information earner 
of the present invention can raise the reliability of the 
preformat writing. 

45 [01 24] However, for preformat recordings of harddisks 
having a future areal recording density in the 10-gigabit- 
order, substantial improvement was found to be neces- 
sary in environmental resistance properties or handling 
properties when using a polymer material that is soft 

50 compared to tiie hard disk substi^ate for tiie substrate of 
the master information carrier. f=or example, dimension 
stability against an expansion or contraction due to a 
change of temperature or humidity, a physical and 
chemical stability in the process for making the master 

55 information carrier, and a processability of the material 
should be raised. In addition, to ensure a secure and 
uniform contact between tiie surface of the master infor- 
mation carrier and the surface of the magnetic record 
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medium, an electrostatic stidcng of dust should be sup- 
pressed. 

[Q125] The inventors have studied the structure of 
master information carriers having a substrate that 
includes a polymer material. As a result, it was found 
that the above mentioned problems are solved by using 
a master information carrier having a structure as 
explained below. 

[01 261 First, a structure for Improving the environmen- 
tal resistance property is explained. A substantially high 
accuracy of dimensions should be required of the sub- 
strate of the master information carrier to write prefor- 
mat data Into a hard disk having an areal recording 
density of 10-glga-bit order in the future. Furthermore, 
this high accuracy should be realized in various circum- 
stances such as manufacturing process, preformat-writ- 
ir^ step, and storing of the master information carrier. 
There is no material that can satisfy such a request for 
the environmental resistance by itself alone 
[0127] For example, polyimide and potyanrode resins 
have excellent stability against heat and chemicals, but 
they have a tendency to expand due to water absorp- 
tion. The tendency of polyethylenether^htalate resins 
to absorb water and expand is relatively small, but heat 
stability is a problem. 

[0128] Polypropylene or Teflon (trademark of poly- 
tetrafluorethylene) resins have excellent stability of 
dimension under various circumstances, but they have 
weak adhesiveness with the ferromagnetic film. 
[01 29] The substrate of the master information carrier 
according to the present invention has a multi-layer con- 
struction of at least two of the polymer materials having 
different properties as mentioned above. Thus, the 
advantages of each material are utilized and disadvan- 
tages of each material are compensated. 
[0130] As one of the preferable examples, the sub- 
strate of the master information carrier has a multi-layer 
construction of a polypropylene or Teflon resin and a 
polyimide or a polyamide resin. This master information 
canier can maintain an excellent dimension stability 
under a variety of circumstances, owing to the proper- 
ties of the polypropylene or Teflon resin, while it has suf- 
ficient adhesiveness with the ferromagnetic film that is 
formed on the surface of the polyimide or polyamide 
resin. 

[01 31 ] The appropriate combination of polymer n^te- 
rial and thictoess of each layer for such a multi-layer 
construction can be changed depending on the thermal 
history in the process for making the master information 
carrier, temperature and humidity when writing prefor- 
mat data, temperature and humidity when storing the 
master information carrier and other conditiona It Is 
necessary to select the most suitable combination and 
thickness ratio of layers in accordance with each condi- 
tion. 

[0132] Second, a structure for improving the process- 
ability is explained. It is sometimes necessary to proc- 
ess the master information carrier into a proper shape in 



accordance with a shape of the magnetic record 
medium after forming the embossed pattern conre- 
spondirtg to the master information. For exanple. the 
master information carrier that is used for writing prefor- 
5 mat master infonmation into a hard disk preferably has a 
proper dimension corresponding to a certain diameter 
of the hard disK so that it can be ea^ly handled for pre- 
formal writing. 

[01 33] However, a master information carrier having a 

10 substrate made of a polymer material usually has a bad 
processability. Especially, plastic or other defornration 
sometimes ocojrs in the process, and deterioration of 
dimension accuracy may occur due to the deformation. 
[0134] The master information carrier of the present 

15 invention has a substrate including a base made of a 
metal, alloy or ceramic material; and a polymer material 
layer formed on the surface of the base. The processa- 
bility of the whole master information earner is InrqDroved 
and plastic deformation hardly occurs in the polymer 

20 material layer formed on the surface of the base, result- 
ing from the excellent processability of the relatively 
hard base. In addition, a macroscopic stability in shape 
and handling properties of the master information car- 
rier are raised as a result of the excellent processability 

25 of the hard base. 

[0135] It is difficult for the hard base to meet a fine 
wimple or bending of the magnetic record medium. 
However, the flexible polymer material layer formed on 
the surface of the substrate can condensate a fine wim- 

30 pie or bending of the magnetic record medium to ensure 
secure and uniform contact state between the protrud- 
ing portion of the ferromagnetic film of the master infor- 
mation carrier and the surface of the magnetic record 
medium. 

35 [01 36] Furthermore, when the master information car- 
rier comprises a base made of a metal, alloy or ceramic 
material and a polymer material layer formed on the sur- 
face of the base, the effect of dimension accuracy con- 
cerning environmental resistance can be improved, too. 

40 [0137] The polymer material layer can be formed on 
the surface of the base by a variety of metiiods such as 
sticking, coating or flowing of monomer or polymer pre- 
ojrsor followed by polymerization after the coating or 
flowing, or vacuum vapor deposition of the polymer 

45 material. 

[01 38] Rg. 1 4 illustrates an example of the process for 
making the master information can-ier having the above- 
mentioned structure. 

[01 39] First, a polyimide solution (Torayneece: trade- 
50 mark of Toray Industry Inc.) is diluted with cyclohexanol 
into a predetermined concentration, and is coated onto 
the surface of the glass base 141 by using a spin- 
coater. Then, it is cured at high temperature to obtain 
the substrate comprising the glass base 141 and the 
55 polyimide layer 142 formed on the glass base 141. as 
shown in Rg. 14(a). The thidaiess of the polyimide layer 
142 should be optinruzed depending on the condition of 
the application. In one example, it was approximately 
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1.0 micron after curing. 

[0140] Then, a photoresist film 144 is formed on the 
polyimide layer 142. and exposed and developed to 
make the embossed pattern corresponding to the mas- 
ter information signal as shown in Rg. 14(b). 
[01 41 ] Then, a ferromagnetic film 1 43 is fornied on the 
polyimide layer 142 and the protruding portion of the 
photoresist film 144 by using variety of methocte such as 
a vacuum vapor deposition, sputtering, or plating. 
[0142] Rnally. the photoresist film 144 and the ferro- 
magnetic film 143 are removed by the liftoff method. As 
a result, the master information carrier is obtained as 
shown in Rg. 14(c). whidi comprises a substrate includ- 
ing the glass base 141 and the polyimide layer (polymer 
n^terial layer) 142, and the protruding portion 143 of 
the ferromagnetic film formed on the polyimide layer 
142 of the substrate. 

[0143] The polymer material layer can include a plu- 
rality of polymer materials and is not limited to a single 
material, considering elasticity resistance to chemicals, 
or other properties. A developer for developing the pho- 
toresist film, a remover for liftoff, an etchant for wet etch- 
ing and other solutions are usually strong acid or 
alkaline. The polymer material such as a polyimide or a 
polyamide has an excellent resistance to add or alkali 
and is suitable for the material forming the very surface 
of the substrate. 

[0144] Next, a structure for preventing the master 
information carrier from gathering du^s by static elec- 
tricity in the preformat writing step is explained. The 
electrostatic sticking of dust during the preformat writing 
step should be suppressed to ensure a secure and uni- 
form contact of the surface of the master information 
carrier with the surface of the magnetic record disk. K 
dust sticks to a spot of the surface of the master infor- 
mation carrier, a deterioration of the S/N ratio of the 
read signal or partial lack of read signal may occur at 
the spot due to spacing loss. 

[0145] In the master information carrier of the present 
invention, the polymer material that forms at least the 
surface of the substrate has a conductivity that can pre- 
vent the substrate from taking an electric charge. Thus, 
the electrostatic sticking of dust to the master informa- 
tion carrier is suppressed and the preformat writing can 
be performed with high reliability. 
[0146] Particles whose main component is a conduc- 
tive substance may be dispersed in the polymer mate- 
rial that forms at least the surface of the substrate. The 
main component of such particles is preferably a car- 
bon. Such particles whose main component is a carbon 
can be dispersed easily in the polymer material and are 
inexpensive. 

[0147] As another example of the structure for pre- 
venting the electrostatic sticking of a dust, a thin con- 
ductive film (e.g.. a thin metal film) may be formed on 
the surface of the polymer material layer formed on the 
surface of the base, wherein a thickness of the conduc- 
tive film should be thin enough not to obstruct the elas- 



tkHty of the polymer material layer. For example, in the 
process, the thin conductive film is formed on the sur- 
face of the base made of polymer, and the embossed 
pattern is formed with the ferromagnetic f flm on the con- 
5 ductive f ilnn This construction can prevent electrostatic 
and stiddng of dust since the surface of the master 
information carrier is made of only conductive material. 
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(Fourth Embodimem) 



[0148] As mentioned above, it Is necessary to ensure 
a secure and uniform contact between surfaces of the 
nmster information carrier and the magnetic record 
medium in the writing process of the master information 

15 for maximizing the effect of ttie writing method of the 
present invention. If the secure and uniform contact 
between the surfaces is not obtained, a spacing loss 
causes a partial lack of a read signal, or deterioration of 
S/N ratio due to a small written signal level. In addition, 

20 the magnetic transition may not be sharp at the edges of 
a track due to diffusing of the magnetic field for writing, 
so that sufficient off-track characteristics nnay not be 
obtained. 

[0149] The master information carrier of this embodi- 
es ment can ensure the secure and uniform contact 
between the surface of the master information carrier 
and the surface of the magnetic record medium by a dif- 
ferent configuration from that of the third embodiment 
mentioned above. A suitable apparatus for writing the 
30 master information into a magnetic record medium with 
high reliability using this master information carrier is 
also provided. 

[0150] A first configuration of the master infornr^tion 
carrier of this emtxxJiment has a substrate surface 

35 including areas where an embossed pattern corre- 
sponding to information signal is formed and areas 
where the embossed pattern is not formed. A fen-omag- 
netic film is formed at least on surfaces of protruding 
portions of the embossed pattern, and through holes 

40 are provided at least partially in the area where tiie 
embossed pattern is not formed. 
[0151] A second configuration of the master informa- 
tion carrier of this embodiment comprises an area in a 
surface of a substrate, where an errtbossed pattern is 

45 formed corresponding to information signal, and 
another area where the embossed pattern is not 
formed, wherein a height of the surface of at least a part 
of the area where the embossed pattern is not formed is 
lower than tiiat of the area where the embossed pattern 

50 is formed. 

[01 52] The apparatus for writing an information signal 
into a magnetic record medium using the above-men- 
tioned master information carrier comprises means for 
forcing the master information carrier and the magnetic 

55 record medium to contact with each other, means for 
positioning the rriaster information carrier and the mag- 
netic record medium, and means for applying a mag- 
netic field for exciting the ferromagnetic film formed on 
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the surface of the protaiding portion of the master infor- 
mation carrier. 

[01 53] A first concrete configuration of the apparatus 
mentioned above utDizes the master intorn^tion carrier 
having through holes provided at least partially in the 5 
area where the 6ntx)ssed pattern is not formed, as 
mentioned above as the first configuration. The appara- 
tus has means to force the master information carrier 
(embossed pattern) and the magnetic record medium to 
contact securely with each other by sudcng air between io 
the master Information can-ier and the magnetic record 
medium through the through holes after the master 
information carrier and the magnetic recording medium 
are contacted with each other. 

[01 54] A second specific configuration of the appara- is 
tus mentioned above utilizes the master Information car- 
rier whose height of the surface of at least a part of the 
area where the embossed pattern is not formed is lower 
than tiiat of the area where the embossed pattern is 
formed, as mentioned above as the second configura- 
tion. The apparatus has means to force the embossed 
pattern of the master information carrier and the mag- 
netic record medium to contact securely with each other 
by sucking out air between the area of the master infor- 
mation carrier where the embossed pattern is not 
formed, and the magnetic record medium after the mas- 
ter information carrier and tiie magnetic recording 
medium are contacted with each other. 
[01 55] Using the above-mentioned master information 
canier and writing apparatus, a magnetic record 
medium can contact with the master information carrier 
securely and uniformly. Thus a preformat writing can be 
performed with high reliability. 

[01 56] It is preferable tiiat the apparatus comprises a 
pair of flanges as means to force the master information 
earner and the magnetic recording medium to contact 
tightiy witii each ottier, between which the master infor- 
mation carrier and the magnetic record medium are dis- 
posed, and members for fastening the periphery of the 
pair of flanges to each other. If the above-mentioned 
means witii the air suction mechanism further com- 
prises these flanges and fastening members, a more 
secure and uniform contact can be obtained between 
the master information carrier and the magnetic record 
medium. When a duct for air suction is connected to a 
center portion of the master information carrier or the 
magnetic record medium, the suction force may be 
applied to the center portion strongly, so that the master 
Information carrier or the magnetic record medium may 
have a warp. In th^ case, tiie above mentioned flanges 
and fastening members suppress the warp so that the 
master information canier and tiie magnetic record 
medium can contact securely and uniformly. It Is more 
preferable to insert an elastic member between one 
flange and the master information canier. anrf'or. 
between tiie other flange and the magnetic record 
medium. Thus, the master information canrier and the 
magnetic record medium can contact more securely 



arxJ uniformly. 

[01 57] The above-mentioned means for alignment of 
the master information carrier and the magnetic record- 
ing medium preferably Include a marker provided at the 
inner circumference or outer circumference of the mas- 
ter information carrier con-esponding to the inner cir- 
cumference or outer circumference of the magnetic 
record medium. 

[01 58] The following the configurations of this embod- 
iment of the present invention in detail, referring to Rgs. 
15-21. 

[01 59] Rg. 1 6 is a cross section showing an example 
of an apparatus for writing information signal provided in 
the master information carrier into a magnetic record 
medium. Numeral 161a and 161b denote master infor- 
mation carriers. 162 denotes a hard disk, 163 denotes 
an upper flange, 164 denotes a lower flange, 165a and 
165b denote permanent magnets, 166a and 166b 
denote air suction devices. 167a and 167b denote 
three-way valves, 168a and 168b denote suction ducts, 
and 160 denotes an O-ring. The magnetization direction 
of the permanent magnets 165a. 165b is from back to 
front of the paper. 

[0160] The surface of the master information carrier 
161a. 161b includes an area 152 disposed once every 
predetermined angular distance, where a fine 
emk>ossed pattern is formed corresponding to the infor- 
mation signal as shown e.g. in Fig. 15. A part of the area 

152 (region B in Rg. 15) is shown enlarged in Rg. 1 . As 
explained in tiie first embodiment, the master informa- 
tion provided as an embossed pattern in area 152 
includes a tracking servo signal, a dod< signal and 
address information signal that are disposed sequen- 
tially along the track direction. In Rg. 1 , the hatched por- 
tions are protruding portions whose surface is made of 
a ferromagnetic material such as Co or Ni-Fe. 

[0161] As mentioned In the first embodiment, a prefer- 
able step height between the surface of the protruding 
potion and the bottom of tiie embossed pattern corre- 
sponding to the Information signal varies depending on 
surface properties of the magnetic record medium Into 
which the master information Is written and the bit size 
of the master information. In general, it is more tiian 
0.05 micron, preferably more than 0. 1 micron. It was 0.5 
micron in one exanrple. 

[0162] As shown in Fig. 15, the master information 
carrier 151 has through holes 153 except at areas 152 
where tiie enritK)ssed pattern is formed corresponding 
to the information signal. If the substiate of the master 
information can-ier is made of glass, tiie through holes 

1 53 can be formed t>y well-known processes such as an 
ultrasonic process, a laser process or wet etdiing and 
other metiiods. It is preferat^e that a diameter of the 
through holes Is as small as possible and the number of 
the through holes is as large as possible. In an example, 
through holes with a diameter of 1 .0 mm were disposed 
in a density of 1.0 per 3.0 mm x 3.0 mm area by ultra- 
sonic processing. 
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[0163] When writing the master Information signal Into 
a hard disk. i.e. a magnetic record medium, centering o1 
the master information pattern and the hand disk is 
required before contacting them. To fadlitate this 
centering, the master information carrier 151 has mark- 
ers 154 at the Inner circumference as shown in Rg. 15. 
The marks are formed in same the step in which the 
embossed pattern corresponding to the information sig- 
nal is formed. The markers 154 disposed at the inner 
circumference of the master information carrier 151 are 
aligned to the Inner circumference of the hard disk. 
Alternatively, markers can be disposed at the outer cir- 
cumference of the master information carrier 151 to be 
aligned to the outer circumference of the hard disk. H 
the magnetic record medium Is not a disk having an 
inner circumference, but a magnetic card or other sheet 
medium, markers of the master information carrier 151 
dispc^ed at the outer circumference of the magnetic 
recording medium may work for alignment. Thus, a 
position, shape or number of the marker should be opti- 
mized in accordance with a configuration of the mag- 
netic record medium. 

[0164] Fig. 1 7 shows a method for writing the informa- 
tion signal formed on the master information canrler into 
a hard disk using the writing apparatus shown in Rg. 16. 
The writing apparatus shown in Fig. 16 utilizes an 
atmospheric pressure for ensuring a uniform contact in 
the whole area between the master information caniers 
161a, 161b and the hard disk 162. The hard disk Is 
forced to the master information carrier 161a. 161b 
when air between the master information carrier 161a, 
161b and the hard disk 162 Is sucked out via the 
through holes that, are provided In the master informa- 
tion carrier 161a, 161b. Thus, the surface of the protrud- 
ing portion of the embossed pattern formed on the 
master information carrier 161a. 161b contacts securely 
with the surface of the hard disk 162. Then, utilizing the 
permanent magnets 165a and 165b, the ferromagnetic 
film, formed on the surface of the protruding portion of 
the en^ossed pattern formed on the nraster information 
can'ier 161a and 161b, is magnetized to write the infor- 
mation signal corresponding to the embossed pattern 
into the hard disk 162. according to the steps explained 
below. 

[0165] First, by i^ing a pemnanent magnet 182, the 
hard disk 162 is previously magnetized along the cir- 
cumferential direction indicated by an-ow 181 as shown 
in Fig. 18. The permanent magnet 182 can be replaced 
with an electromagnet. Then, as shown in Rg. 16, an O- 
ring 160 is set In the groove of the lower flange 164, on 
which the master information carrier 161b and the hard 
disk 162 are stacked on the hard disk 162. At this time, 
the previously mentioned markers (154 In Rg. 15) 
formed on the master infornrkation carrier 161b should 
be aligned to the inner circumference of the hard disk 
162. Then, another master information carrier 161a and 
the upper flange 163 witii an O-ring 160 set in the 
groove are stad<ed on the hard disk 162. At thb time 



too^ markers formed on the master information carrier 
161a should be aligned to the inner circumference of 
the hard diskl^. 

[01 66] Operating the upper tiiree-way valve 1 67a. air 

5 between the upper flange 163 and the master Informa- 
tion carrier 161a Is sucked out by the air suction device 
166a. At this time, the lower three-way valve 167b 
should be opened so that atmospheric pressure exists 
in the space between the lower flange 1 64 arxJ the mas- 

10 ter Information carrier 161b. When air between the mas- 
ter irrformation carrier 161a and the hard disk 162 is 
sucked out via tiirough holes 1 69 provided to the master 
Information carrier 161a, the hard disk 162 is pressed to 
the master information carrier 161a and they are con- 

75 tacted securely with each other. Then, as shown in Rg. 
17(a), the permanent magnet 165a is moved around the 
suction duct 168a and in parallel to the surface of the 
upper flange 163 to apply a direct exciting field 171a. 
Thus, the ferromagnetic film of the protruding portion 

20 formed on the master information carrier 161a is mag- 
netized to write the information signal corresponding to 
the embossed pattern into tiie hard disk 162. The hard 
disk 162 is previously magnetized along tiie direction of 
the circumference by using the permanent magnet as 

25 mentioned above. The polarity of tills initial magnetiza- 
tion and the polarity of magnetic field applied by the per- 
manent magnet 165a for writing information signal are 
usually opposite. However, as merrtioned In the first 
embodiment, it may be preferable that they are the 

30 same polarity in some cases. Therefore, the suitable 
polarity should be selected to achieve a favorable S/N 
ratio. In an example, they were opposite. 
[0167] Next, operating the lower three-way valve 
167b, air between the lower flange 164 and the master 

35 information canrler 1 61 b is sucked out by the air suction 
device 166b. At this time, the upper three-way valve 
167a should be opened so that atmospheric pressure 
exists in the space between the upper flange 163 and 
the master information carrier 161a. When air between 

40 the master information carrier 161b and the hard disk 
162 is sucked out via through holes 169 formed in the 
master information carrier 161b. the hand disk 162 is 
pressed to the master information carrier 161b and they 
are contacted securely witii each other. 

45 [01 68] As shown in Fig. 1 7(b). the permanent magnet 
165b is moved around the suction duct 168b and in par- 
allel to the surface of the lower flange 164 to apply a 
direct exciting field 1 71 b. Thus, the ferromagnetic film of 
the protruding portion formed on the master information 

50 carrier 161b is magnetized to write the information sig- 
nal corresponcGng to the embossed pattern into the 
hard disk 162. In an example, the polarity of the initial 
magnetization applied to the hard disk 162 and tiie 
polarity of magnetic field applied by the permanent 

55 magnet 165b for writing information signal were oppo- 
site. 

[0169] As explained above, preformat data is written 
into both sides of the hard disk 162 in a short time. An 
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electromagnet can be used instead of the pernrtanent 
magnet to nrmgnetize the ferromagnetic fflm of the pro- 
truding portion formed on the master information carrier. 
It is desirable that the material of the upper ami lower 
flanges 163, 164, between the permanent magnet and 
the master information earner is a nonmagnetic material 
such as a brass, so that the ferromagnetic film on the 
surface of the master irtformation carrier can be mag- 
netized. 

[0170] If the magnetic record medium is not a hard 
disk but a flexible disk in tiie configuration shown in Fig. 
16, and if the through holes formed in the master infor- 
mation carrier are large, the flexible disk may be sucked 
partially into the through holes and deformed, resulting 
in failure of preformat writing into correct positions or in 
lack of signal to be written. Therefore, as mentioned 
before, it is preferable to provide as many small through 
holes as possitsle. Thus, this apparatus can write the 
preformat signal not only into a hard disk but also into a 
flexible disk with high reliability. The apparatus shown in 
Rg. 16 comprises a pair of master Information carriers 
161a and 161b disposed at both sides of the magnetic 
record medium, so the preformat writing can be per- 
formed efficiently in a short time for both sides of the 
magnetic record medium. Thus, productivity is further 
improved. 

[0171] Fig. 20 is a cross section showing another 
example of the apparatus for writing information signal 
provided in the master information carrier into a mag- 
netic record medium. Numeral 201 denotes a master 
information carrier, 202 denotes a hard disk, 203 
denotes an upper flange, 204 denotes a lower flange, 
205 denotes a permanent magnet, 200a and 200b 
denote elastic plates, 206 denotes an air suction device, 
207 denotes a three-way valve. 208 denotes a suction 
duct, and 209 denotes bolts for fastening the upper 
flange 203 and the lower flange 204. 
[0172] The surface of the master information carrier 
201 includes an area 192 disposed once every prede- 
termined angular distance where a fine enrtx>ssed pat- 
tern Is formed corresponding to the Information signal 
as shown in Fig. 19(a). Similarly to the configuration 
shown in Fig. 15. an example of enlarged pattern of this 
area 192 is shown in Fig. 1. 

[0173] In the master information earner 1 91 shewn in 
Fig. 19(a), compared with the areas 192 where the 
embossed pattern Is formed and a perqDheral area 191 
(non-hatched area in Rg. 19(a)), the other area 193 
(hatched area in Rg. 19(a)) has lower height of the sur- 
face. This area 193 is called "towered area" hereinafter. 
Rg. 19(b) shows a surface contour of a section of Rg. 
19(a) along the phantom curve line C-C\ On the surface 
of the area 192. the embossed pattern Is formed corre- 
sponding to the information signal as shown in Rg. 1. 
After forming the emtjossed pattern by photolithography 
or other method, the lowered area 193 is formed by 
using a well-known method such as machining, super- 
sonic process or laser process. The height difference 



between the area 192 where the enrdx>ssed pattern Is 
formed and the lowered area 193 Is preferably more 
than 10 micron, more preferably more than 100 nrucron, 
though it depends on the thidoness of the sut^strate of 
5 the master information carrier 1 91 . 

[01 74] When writing the information signal formed on 
the master information carrier into a hard disk, i.e. a 
magnetic record medium, centering of the master infor- 
mation pattern and the hard disk Is required before con- 
10 tacting them. As shown in Rg. 19(a). the master 
information carrier 1 91 has markers 194 at the inner cir- 
cumference. The markers 194 are aligned to the inner 
circumference of the hard disk. Alternatively, markers 
can be disposed at the outer circumference of the mas- 
ts ter information earner 191 to be aligned to the outer cir- 
cumference of the hard disk. 

[01 75] Fig. 21 shows a method for writing the master 
information formed on the master information carrier 
Into a hard disk by using the writing apparatus shown in 

20 Fig. 20. The writing apparatus shown in Rg. 20 ensures 
a uniform contact between the master information car- 
rier 201 and the hard disk 202 not only by utilizing an 
atmospheric pr^sure but also mechanically. There are 
spaces between the hard disk 202 and the lowered 

25 areas 193 of the master information canrier 201. Air in 
the spaces is sucked out for ensuring the secure contact 
between the hard disk and the area of the master infor- 
mation carrier where the enrbossed pattern is formed 
corresponding to the information signal. Then, utilizing 

30 the permanent magnet 205. the ferromagnetic film, 
formed on tiie surface of the protruding portion of the 
enrtoossed pattern lomied on the master Information 
carrier 201 is magnetized to write the information signal 
corresponding to the emtx)ssed pattern Into the hard 

35 disk 202 according to the steps explained below. 

[0176] First, as shown in Rg. 18, by using a perma- 
nent magnet 182. the hard disk 202 is previously mag- 
netized in the circumferential direction indicated by 
arrow 181. Then, as shown in Fig. 20, the elastic plate 

4C 200b. the hard disk 202 and the master information car- 
rier 201 are stacked in turn on the lower flange 204. The 
elastic plate 200b has a through hole at the center, 
whose diameter Is substantially the same as a center 
hole of the hard disk 202. At this time, the pre^ously 

45 mentioned markers (1 94 in Fig. 1 9) should be aligned to 
the inner circumference of the hard disk 202. Then, 
another elastic plate 200a and upper flange 203 are 
stacked on the master information carrier 201 . The elas- 
tic plates 200a and 200b can be made of a variety of 

so materials such as a silicone rubber. 

[01 77] Operating the three-way valve 207, air between 
the lowered area 193 of tiie master information carrier 
201 and the hard disk 202 is sucked out by the air suc- 
tion device 206. As a result, the hard disk 202 and the 

55 area of the master information carrier where the 
embossed pattern Is formed contact securely with each 
otiier. The suction duct 208 is disposed at tiie center of 
the apparatus as shown in Rg. 20. so an exhaust con- 
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ductance is large at the center (x>rtion of the master 
information canier 201 . Therefore, the air suction effect 
is strong at the center portion but weak at the peripheral 
portion of the master information carrier 201. Conse- 
quently, it is possible that a secure contact between the 
hard disk 202 and the master information carrier 201 is 
not obtained at the peripheral portion. 
[01 TO] To solve this problem, elastic plates 200a and 
2O0b are disposed between the upper flange 203 and 
the master information carrier 201 as well as between 
the lower flange 204 and the hard disk 202. and in addi- 
tion, the peripheral portions of the upper and lower 
flanges 203, 204 are fastened to each otiier with bolts 
209. as shown in Fig. 20. Adjusting the fastening force 
of each bolt 209. the hard disk 202 and the master infor- 
mation carrier 201 are contact with each other securely 
and uniformly. Thus, the hard disk 202 and the area of 
the master information carrier 201 where the emkx>ssed 
pattern is formed corresponding to the information sig- 
nal are contact with eac^ other uniformly over a whole 
surface. 

[0179] Finally, as shown In Rg. 21. a direct exciting 
field 211 is applied by moving the permanent magnet 
205 along drcumferential direction and in parallel to the 
surface of the upper flange 203. By this operation, the 
ferromagnetic film of the protruding portion of the 
embossed pattern corresponding to the information sig- 
nal is magnetized and the information signal is written 
into the hard disk 202. The hard disk 202 is previously 
magnetized along the circumferential direction by using 
the permanent magnet. The polarity of this initial mag- 
netization and the polarity of magnetic field applied by 
the permanent magnet 205 are usually opposite. How- 
ever, in some cases, the same polarity between them is 
preferable depending on the entK)Ssed pattern formed 
on the master information carrier. Therefore, the suita- 
ble polarity should be selected for good S/N ratio of the 
read signal according to each condition of application. 
In one example, they were opposite. 
[01 80] It is desirable that a material of the upper flange 
203 is a nonmagnetic material such as a brass since the 
upper flange 203 is placed between the permanent 
magnet 205 and the master information carrier 201. 
[0181] As mentioned above, the configuration shown 
in Fig. 20 can obtain a more reliable prefbrmat writing by 
sucking out the air between the hard disk and the low- 
ered area of the master information carrier, and by fas- 
tening the peripheral portion of them with the bolts. 
[0182] The present invention, though explained with 
several examples, can be utilized in a variety of emtxxj- 
iments. For example, the applications of the present 
invention are not limited to preformat writing of a mag- 
netic disk, but include preformat writing of a magnetic 
card, magnetic tape, or other magnetic record medium. 
[0183] The present invention can be applied to writing 
information signals into a magneto-optical record 
medium or other magnetic record media that i^e a vari- 
ety of optical effects for r^roducing the signal. When 



writing information signal into a mac^eto-optical record 
medium by using the method of the present Invention, 
the magneto-optical record medium may be heated to 
the Curie temperature or near the compensation tern- 
5 perature to perform writing under the condition w^ere 
the spontaneous magnetization is vanished. This 
method is called a "thermo-magnetic wrrting method" 
and is advantageous. 

[0184] Furthermore, the information signal to be writ- 
10 ten into the magnetic record medium is not limited to the 
preformat data such as a tracking servo signal, address, 
dock and other signals. It is possible to apply the 
present invention to writing a variety of data, audio, 
video or other signals. In these applications, mass pro- 
15 duction of software can be performed by utilizing tiie 
present inverrtion to provide software at low cost. 

Claims 

20 1. A master information carrier for writing an informa- 
tion signal into a magnetic record medium, com- 
prising an embossed pattern corresponding to the 
information signal formed on a substrate, and a fer- 
romagnetic material that forms at least a surface of 

25 a protruding portion of the embossed pattern. 

2. The master infamation canrier according to daim 1 , 
wherein tiie ferromagnetic material is a soft mag- 
netic material. 

30 

3- The master information carrier according to daim 1 , 
wherein the fenomagnetlc material is a hard or 
semihard magnetic material with either a coercive 
force in tiie inplane direction or a coercive force per- 
35 pendicular to the substrate tiiat is not more tiian 40 
kA/m. 

4. The master information carrier according to daim 1 , 
wherein the ferromagnetic material has a saturation 

40 magnetic flux der^ity of at least 0.8 T. 

5. The master information canrier according to daim 1 , 
wherein at least a part of the substrate has flexibil- 
ity- 
's 

6. The master information carrier according to daim 5, 
wherein tiie substrate comprises a polymer mate- 
rial. 

so 7. The master infamation cannier according to daim 6, 
wherein the substrate has a multi-layer construction 
induding plural kinds of polymer material. 

8. The master information carrier according to daim 6, 
55 wherein the polymer material of the substrate lias 

electrical conductivity. 

9. The master information canier according to daim 6, 
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wherein particles mainly composed of conductive 
substance are dispersed in the polymer materia! of 
the substrate. 

1 0. The master information carrier according to claim 9. 5 
wherein the conductive substance is mainly com- 
posed of cart>on. 

1 1 . The master information carrier according to claim 6, 
wherein a conductive thin film is formed on the sub- io 
strate comprising a polymer material, an embossed 
pattem corresponding to the information signal is 
formed on the conductive thin film, and at least the 
protruding portion of ttie embossed pattern is com- 
posed of a ferromagnetic material. is 

1 2. The master infonnation carrier according to claim 5. 
wherein the substrate comprises a base made of 
metal, alloy or ceramic material and a layer of a pol- 
ymer material formed on the base. 20 

13. The master Information carrier according to claim 
12. wherein the substrate comprises a polymer film 
applied to the surface of the base. 

25 

14. The master information carrier according to claim 
12, wherein the substrate comprises a polymer 
layer formed by polymerization after coating or flow- 
ing of monomer or precursor of polymer on the sur- 
face of the base. so 

15. The master information carrier according to claim 
12. wherein the polymer layer is formed by vacuum 
vapor deposition on the surface of the base. 

35 

16. The master inforn^tion carrier according to claim 
1 2. wherein the surface layer formed on the surface 
of the base has a multi-layer structure made of plu- 
ral kinds of polymer material. 

40 

17. The master information carrier according to claim 
12, wherein the polymer material on the surface of 
the base has electrical conductivity. 

18. The master information carrier according to claim 4S 
12, wherein particles which are mainly composed 

of a conductive substance are dispersed in the pol- 
ymer material on the surface of the substrate. 

19. The master infornration carrier according to claim so 
18, wherein the conductive substance is mainly 
composed of cartx>n. 

20. The master information carrier according to claim 

12. wherein a conductive thin film is formed on a ss 
substrate surface composed of the polymer mate- 
rial, an emt)OSsed pattern corresponding to the 
information signal is formed on the conductive thin 



fDm. and at least the protruding portion of the 
embossed pattern is conrposed of a ferromagnetic 
material. 

21. A master information carrier for writing an informa- 
tion signal into a magnetic record medium, com- 
prising a substrate that is composed of a 
ferromagnetic material and an embossed pattern 
corresponding to the information signal, whic^ is 
formed on the surface of the substrate. 

22. The master Information carrier according to daim 
21 , wherein the ferromagnetic material forming the 
substrate is a soft magnetic material. 

23. The master information canrler according to daim 
21 , wherein the ferromagnetic material forming the 
substrate is a hard or semihard magnetic material 
with either a coerdve force in the in plane direction 
or a coerdve force perpendicular to the substrate 
that is not more than 40 kA/m. 

24. The master Information carrier according to daim 
21 , wherein the ferromagnetic material has a satu- 
ration magnetic flux density of at least 0.8 T. 

25. The master information earner according to daim 1 , 
wherein an ennbossed pattern conr^ponding to a 
digital information signal is formed on the surface of 
the substrate, the ferromagnetic material is formed 
at least at the protruding portion of the embossed 
pattern, the cross section of the protruding portion 
along bit length direction of the digital information 
signal has a substantially trapezoidal shape with an 
upper side at the surface that is shorter than a lower 
side on the substrate, and a length difference 
t>etween the upper and lower sides is not more than 
twice the height of the trapezoid. 

26. The master Information canier according to daim 
25. wherein curvature radii at edges of the upper 
side of the trapezoid are not more than a half of the 
upper side length. 

27. The master information can-ler according to daim 
25, wherein a thickness of the ferromagnetic mate- 
rial layer at the protruding portion is not more than 
a half of the upper side l^gth, so that the nr^er 
information carrier is suitable for writing information 
into an ini^lane magnetic record medium. 

28- The master information canrler according to daim 
25. wherein a thickness of the ferromagnetic mate- 
rial layer at the protruding portion is more than 
twice of the ipper side lengtii, so that the master 
information carrier is suitable for writing information 
into a perpendicular magnetic record medium. 
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29. The master information carrier according to claim 1 , 
wherein an embossed pattern corresponding to a 
digital information signal is formed on the surface of 
the substrate, the ferromagnetic material is formed 
at least at the protruding portion of the embossed 5 
pattern, the cross section of the protruding portion 
along bit length direction of the digital information 
signal has a substantially trapezoidal shape with an 
upper side at the surface that is longer than a lower 
side on the substrate. 



netic fDm on the photoresist film by a Gftoff 
method. 

35. The method according to claim 34. wherein. In the 
step of forming an embossed pattern with a pho- 
toresist film, a cross section of a protruding portion 
is fornied into a substantially trapezoidal shape with 
an upper side at the surface that is shorter than a 
lower side on the substrate along the bit length of a 
digital information signal. 



70 



30. The master information carrier according to claim 
29. wherein a thickness of the ferromagnetic mate- 
rial layer at the protruding portion is not more than 
a half of the upper side length, so that the master 
information canrier is suitable for writing information 
into an in-plane magnetic record medium. 

31. The master information carrier according to claim 
29, wherein a thickness of the fenomagnetic mate- 
rial layer at the protruding portion is more than 
twice of the upper side length, so that the master 
information carrier is suitable for writing information 
into a perpendicular magnetic record medium. 

32. The master information carrier according to claim 1 , 
wherein the surface of the substrate comprises 
areas where the embossed pattern corresponding 
to an information signal is formed and areas where 
the embossed pattern is not formed, the ferromag- 
netic material is provided at least at the surface of 
the protruding portion of the embossed pattern, and 
through holes are provided at least partially in the 
area where the embossed pattern is not formed. 

33. The master information carrier according to claim 1 . 
wherein the surface of tiie substrate comprises 
areas where the embossed pattern corresponding 
to an information signal is formed and areas where 
the embossed pattern is not formed, the ferromag- 
netic material is provided at least at surfaces of pro- 
truding portions of the embossed pattern, and the 
surface height of at least a part of the areas where 
the embossed pattern is not formed is lower tiian 
the area where the embossed pattern is formed. 

34. A method for making a master information carrier 
that is used for writing an information signal into a 
magnetic record medium, the method comprising 
the steps of: 

forming an emtx)ssed pattern corresponding to 
the information signal on a surface of a sub- 
strate t>y using a photoresist fDm; 
forming a ferrorragnetic thin film on the 
embossed pattern; 

etching a surface of the ferromagnetic film; and 
removing the photoresist film and the ferromag- 



36. The method according to daim 34, wherein the step 
of etching a suriace of the ferromagnetic film is per- 
formed by sputter etching or ion milling. 

15 

37. The method according to daim 36. wherein the inci- 
dent angle of ions in^diated onto tiie substrate with 
respect to the norn^l of the substrate is at least 20 
degrees. 

20 

38. The method according to daim 34. wherein the step 
of etching a surface of the ferromagnetic film is per- 
formed with chemical etching. 

25 39. A method for making a master information carrier 
that is used for writing an information signal into a 
magnetic record medium, tiie method comprising 
the steps of: 

30 forming a conductive tiiin film on a surface of a 

substrate; 

forming an emkx)ssed pattern corresporxling to 
the digital information signal on the conductive 
thin film with a photoresist film; 
35 formir^g a ferromagnetic thin film on tiie con- 

ductive thin fDm forming the emt>ossed pattern 
by using an electroplating method; and 
removing the photoresist film. 

40 40. The method according to claim 39, wherein a cross 
section of a protruding portion of the emtjossed pat- 
tern formed by the photoresist film has a substan- 
tially trapezoidal shape along the bit length of a 
digital information signal with an upper side at the 

45 surface that is shorter than a lower side on the sub- 
strate. 

41. The method according to claim 39, wherein a 
reflectivity of the surface of the conductive thin film 

so is not more than 50 % at the wavelength of the light 
source for exposing the photoresist film. 

42. The method according to claim 41. wherein the 
conductive thin film is mainly composed of carbon. 

55 

43. A method for making a master information carrier 
that is used for writing an Information signal into a 
magnetic record medium, the method comprising 
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the steps of: 

forming an emtx)88ed pattern corresponding to 
a digital information signal on a surface of a 
conductive substrate by using a photoresist s 
film; 

forming a ferromagnetic thin film on the con- 
ductive substrate surface having the embossed 
pattern with an electroplating method; ard 
removing the photoresist film. io 

44. The method according to claim 43. wherein, in the 
step of forming an embossed pattern with a pho- 
toresist film, a cross section of a protruding portion 

is formed into a substantially trapezoidal shape with is 
an upper side at the surface that is shorter than a 
lower side on the sub^rate along the bit length of a 
digital information signal. 

45. The method according to claim 43, wherein a so 
reflectivity of the surface of the conductive sub- 
strate is not more than 50 % at the wavelength of 
the light source for exposing the photoresist film. 

46. The method according to daim 45. wherein the 2S 
conductive substrate is mainly composed of car- 
bon. 

47. A method for writing an information signal into a 
nr^gnetic record medium using a master informa- 30 
tion carrier, the method comprising the steps of: 

preparing a master information carrier whose 
surface has an embossed pattern correspond- 
ing to the irrformation signal and at least a sur- 3S 
face of the protruding portion of the emk>ossed 
pattern Is made of a ferromagnetic material; 
and 

putting a surface of a sheet-shaped or disk- 
shaped magnetic record medium having a fer- 40 
romagnetic film or a ferromagnetic coating into 
contact with the surface of the master informa- 
tion carrier so as to write a magnetization pat- 
tern corresponding to the emt^ssed pattern 
into the magnetic record medium. 45 

48. The writing method according to claim 47, wherein 
the step of putting the surface of the magnetic 
record medium into contact with the surface of the 
master information earner includes application of 50 
an alternating bias magnetic field. 

49. The writing method according to claim 47, wherein 
the step of putting the surface of the magnetic 
record medium into contact with the surface of the ss 
master Information carrier includes application of a 
direct exciting field for magnetizing the ferromag- 
netic material that forms the surface of the protrud- 



ing portion of the master information carrier. 

50. The writing method according to claim 47, wherein 
the step of putting the surface of the nmgnetic 
record medium Into contact with the surface of the 
master information carrier includes application of 
an alternating bias magnetic field and application of 
a direct exciting field for magnetizing the ferromag- 
netic material that forms the surface of the protrud- 
ing portion of the master information carrier. 

51. The writing method according to claim 47, wherein 
the step of putting the surface of the magnetic 
record medium Into contact with the surface of the 
master information carrier includes heating the 
magnetic record medium. 

52. The v/riting method according to claim 47, further 
comprising the step of erasing the magnetic record 
medium with a direct exciting field before the step of 
putting the surface of the magnetic record medium 
into contact with the surface of the master informa- 
tion carrier. 

53. The writing method according to claim 47, wherein 
the fen'omagnetic material that forms the protruding 
portion of the master information carrier is a soft 
magnetic material. 

54. The writing method according to claim 47. wherein 
the ferromagnetic material that forms the protruding 
portion of the master information carrier comprises 
a hard or semihard magnetic material whose coer- 
cive force is not more than 40 kA/m in the inplane 
direction or perpendicular to the substrate. 

55. The writing method according to claim 47. wherein 
the ferromagnetic material that forms the surface of 
the protruding portion of the master information car- 
rier has a saturation magnetic flux density more 
than 0.8 T 

56. An apparatus for writing an information signal irrto a 
magnetic record medium with a ferromagnetic layer 
using a master information carrier that comprises 
an en^ossed pattern corresponding to the informa- 
tion signal and a ferromagnetic material that forms 
at least the surface of a protmding portion of the 
embossed pattern, the apparatus comprising: 

means for putting the magnetic record medium 
into contact with the master information carrier; 
means for pos'rtioning the magnetic record 
medium and the master information carrier; 
and 

means for applying an exdting field to nnagnet- 
ize the ferromagnetic material that forms the 
surface of the protruding portion of the master 
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information carrier. 

57. The apparatus according to daim 56, using a mas- 
ter information carrier whose surface has an area 
v/rth an embossed pattern corr^ponding to the s 
information signal and an area without the 
embossed pattern, wherein the master information 
carrier has through holes at least in the area with- 
out the embossed pattern, the means for putting the 
magnetic record medium into contact with the mas- io 
ter information carrier suddng out air between the 
magnetic record medium and the master informa- 
tion carrier through the through holes in the nriaster 
information carrier when the master information 
carrier is in contact with tiie magnetic recording is 
medium, so as to ensure secure contact between 
the magnetic record medium and the embossed 
pattern of the master information can-ier. 

58. The apparatus according to claim 56. using a mas- 20 
ter information carrier whose surface has an area 
with an embossed pattern corresponding to the 
information signal and an area without the 
emtx)ssed pattern, wherein at least a part of the 
area without the embossed pattern of the master 2s 
information carrier has a lower surface than the sur- 
face of the area with the emljossed pattern, the 
means for putting the magnetic record medium into 
contact with the master information carrier sud^ng 
out air between the magnetic record medium and 30 
the area without the embossed pattern of the mas- 
ter information carrier when the master information 
carrier Is in contact with the magnetic recording 
medium, so as to ensure secure contact between 
the magnetic record medium and the errdx>ssed 35 
pattern of the master Infonmation carrier. 



an inner drcurrrference portion of the magnetic 
record medium. 

62. The apparatus according to dalm 56. wherein the 
means for positioning the magnetic record medium 
and the master Information carrier are markers, 
which are disposed at an outer circumference por- 
tion of the master information carrier and aligned to 
an outer circumference portion of the magnetic 
record medium. 

Amended claims under Ait. 19.1 PCT 

1. A master information carrier for writing an infor- 
mation signal into a magnetic record medium, com- 
prising an en^ssed pattem conresponding to tiie 
information signal comprising at least one of a 
tracking servo signal, an address information and a 
dock signal formed on a sut>strate, and a ferromag- 
netic material ^at fomrts at least a protruding por- 
tion of the embossed pattern. 

2. The master information carrier according to claim 
1, wherein the ferromagnetic material has a satura- 
tion magnetic flux density of at least 0.8 T 

3. The master information carrier according to claim 
1, wherein the ferromagnetic material is a soft mag- 
netic material. 

4. The master information carrier according to claim 
1. wherein the ferromagnetic material is a hard or 
semihard magnetic material with either a coercive 
force in the inplane direction or a coercive force per- 
pendicular to the substrate that is not more than 40 
kA/m. 



59. The apparatus according to daim 56, wherein the 
means for putting the magnetic record medium into 
contact with the master information carrier com- 
prises a pair of flanges between whidi the magnetic 
record medium and ttie master information carrier 
are disposed, and means for fastening peripheral 
portions of the flanges to each other. 

60. The apparatus according to claim 59. further com- 
prising an elastic materiat disposed eitiier between 
one flange and the magnetic record medium or 
between the other flange and the master informa- 
tion carrier or between both flanges and the mag- 
netic recording medium and the master information 
canrier respectively. 

61. The apparatus according to daim 56, wherein the 
means for positioning the magnetic record medium 
and the master infornration carrier are markers, 
which are disposed at an inner circumference por- 
tion of the master Information carrier and aligned to 
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5. The master information carrier according to claim 
1, wherein at least a part of the sut^strate has fleci- 
bility. 

6. The master information carrier according to claim 

5. wherein the substrate comprises a polymer 
material. 

7. The master Information carrier according to claim 

6. wherein tiie substrate has a multi-layer construc- 
tion indudlng plural kinds of p>olymer material. 

8. The master information carrier according to dalm 
6, wherein the polymer material of the substrate 
has electrical conductivity. 

9. The master information carrier according to claim 
6. wherein particles mainly composed of conduc- 
tive substance are dispersed In the polymer mate- 
rial of the substrate. 
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10. The master information carrier according to 
claim 9. wherein the conductive substance is 
mainly composed of cartx>n. 

11. The master information carrier according to s 
claim 6. wherein a conductive thin film \s formed on 
the substrate comprising a polymer material, an 
embossed pattern corresponding to the information 
signal Is formed on the conductive thin film, and at 
least the protruding portion of the embossed pat- io 
tern is composed of a ferromagnetic material. 

12. The master information carrier according to 
claim 5. wherein the sut^strate comprises a t>ase 
made of metal, alloy or ceramic material and a layer is 
of a polymer material formed on the base. 

13. The master Information carrier according to 
claim 12. wherein the substrate comprises a poly- 
mer film applied to the surface of the base. 20 

14. The master Information carrier according to 
claim 12, wherein the substrate conprises a poly- 
mer layer formed by polymerization after coating or 
flowing of monomer or precursor of polymer on the 25 
surface of the base. 

15. The master information carrier according to 
claim 12. wherein the polymer layer is formed by 
vacuum vapor deposition on the surface of the 30 
base. 

16. The master information carrier according to 
claim 12, wherein the surface layer formed on the 
surface of the base has a multi-layer structure 35 
made of plural kinds of polymer material. 

17. The master information carrier according to 
claim 12, wherein the polymer material on the sur- 
face of the base has electrical conductivity. 40 

18. The master irrforn^tion carrier according to 
claim 12. wha^ein particles which are mainly com- 
posed of a conductive substance are dispersed In 
the polymer nrraterial on the surface of the sub- 45 
strate. 

19. The master Information carrier according to 
claim 18. wherein the conductive sut>stance is 
mainly composed of carbon. so 

20. The master information carrier according to 
claim 12. wherein a conductive thin film is formed 
on a substrate surface composed of the polymer 
material, an emt>ossed pattern corre^ndlng to ss 
the information signal is formed on the conductive 
thin film, and at least the surface of the protoiding 
portion of the embossed pattern is composed of a 



ferromagnetic material. 

21 . A master information carrier for writing an infor- 
mation signal into a magnetic record medium, com- 
prising a substrate that is composed of a 
ferromagnetic material and an embossed pattern 
corresponding to the information signal comprising 
at least one of a tracking servo signal, an address 
information and a clock signal, which is formed on 
the substrate. 

22. The master Information carrier according to 
daim 21, wherein the fenromagnetic material form- 
ing the substrate has a saturation magnetic flux 
density of at least 0.8 T. 

23. The master information carrier according to 
daim 21 , wherein the fenromagnetic material form- 
ing the substrate is a soft magnetic material. 

24. The master information carrier according to 
daim 21, wherein the fen-omagnetic material form- 
ing the substrate is a hard or semihard magnetic 
material with either a coercive force in the inplane 
direction or a coercive force perpendicular to the 
suk>strate that is not more than 40 kA/m. 

25. A master information canier for writing an infor- 
mation signal into a magnetic record medium, 
wherein an embossed pattern corresponding to the 
information signal is formed on a substrate, the fer- 
romagnetic material is formed at least at a protrud- 
ing portion of the embossed pattern, and the 
ferromagnetic material induded in the protruding 
portion is not continuous between adjacent protrud- 
ing portions, but divided by recessed p>ortions. 

26. The master Information carrier according to 
daim 25. wherein an embossed pattern corre- 
sponding to a digital information signal is formed on 
a surface of the substrate, the ferromagnetic mate- 
rial is formed at the protruding portion of the 
embossed pattern, the cross section of the protrud- 
ing portion along bit length direction of the digital 
information signal has a substantially trapezoidal 
shape with an upper side at the surface that is 
shorter than a lower side on the substrate, and a 
length difference between the upper and lower 
^des is not more than twice the height of the trape- 
zoid. 

27. The master information carrier according to 
daim 26. wherein curvature radii at edges of the 
upper side of the trapezoid are not more than a half 
of the upper side length. 

28. The master information carrier according to 
daim 26. v^erein a thickness of the ferromagnetic 
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material layer ai the protruding portion is not more 
than a half of the upper side length, so that the mas- 
ter information carrier is suitable for writing infomria- 
tion into an in-plane magnetic record medium. 

5 

29. The master information carrier according to 
claim 26, wherein a thidaiess of the ferromagnetic 
material layer at the protruding portion is more than 
twice of the upper side length, so that the master 
information can-ier is suitable for writing information io 
into a perpendicular magnetic record medium. 

30. The nrtaster information carrier according to 
claim 25. wherein an emt>ossed pattern corre- 
sponding to a digital information signal is formed on is 
a surface of the substrate, the fenromagnetic mate- 
rial is formed at the protruding portion of the 
embossed pattern, the cross section of the protrud- 
ing portion along bit length direction of the digital 
information signal has a substantially trapezoidal 20 
shape with an upper side at the surface that is 
longer than a lower side on the substrate. 

31. The master infornrration carrier according to 
claim 30. wherein a thickness of the ferromagnetic 25 
material layer at the protruding portion is not more 
than a half of the upper side length, so that the mas- 
ter information carrier is suitable for writing Informa- 
tion into an in-plane magnetic record medium. 

30 

32. The master information carrier according to 
claim 30, wherein a thickness of the fenromagnetic 
material layer at the protruding portion is more than 
twice of tiie upper side length, so that the master 
information cannier is suitable for writing information 35 
into a perpendicular magnetic record medium. 

33. The master information carrier according to 
claim 1 , wherein tiie surface of the sut>strate com- 
prises areas where the embossed pattern corre- 40 
spending to an information signal is formed and 
areas where the embossed pattern is not formed, 
the ferromagnetic material is provided at least at 
surfaces of protruding portions of tiie embossed 
pattern, and through holes are provided at least 45 
partially in the area where the embossed pattern is 
not formed. 

34. The master information carrier according to 
claim 1, wherein the surface of the substrate com- so 
prises areas where the embossed pattern corre- 
^onding to an information signal is formed and 
areas where the embossed pattern Is not formed, 
the ferromagnetic material is provided at least at a 
surface of the protruding portion of the emt^ossed ss 
pattern, and the surface height of at least a part of 
the areas where tiie embossed pattern is not 
formed Is lower than the area where the embossed 



pattern is formed. 

35. A method for making a master information car- 
rier that is used for writing an information signal into 
a magnetic record majium. the method conrprising 
the steps of: 

forming an embossed pattern corresponding to 
the information signal on a surface of a sub- 
strate by using a photoresist f Qm; 
forming a ferromagnetic thin film on the 
emtx)ssed pattern; 

etching a surface of the ferromagnetic film; and 
removing the photoresist film and the ferromag- 
netic film on the photoresist film by a liftoff 
method. 

36. The metiiod according to daim 35. wherein, in 
the step of forming an embossed pattern with a 
photoresist film, a cross section of a protruding por- 
tion is formed into a sut>stantially trapezoidal shape 
with an upper side at the surface that is shorter than 
a lower side on the substrate along the bit length of 
a digital information signal. 

37. The method according to claim 35, wherein the 
st^ of etching a surface of the ferromagnetic film is 
performed by sputter etching or ion milling. 

38. The metiiod according to claim 37. wherein the 
incident angle of ions irradiated onto the substrate 
with respect to the normal of the substrate is at 
least 20 degrees. 

39. The method according to claim 35, wherein the 
step of etching a surface of the ferromagnetic film is 
performed with chemical etching. 

40. A method for making a master information car- 
rier that is used for writing an information signal into 
a n^gnetic record medium, the method comprising 
tiie steps of: 

forming a conductive Uiin film on a surface of a 
substrate; 

forming an embossed pattern corresponding to 
the digital information signal on the conductive 
thin film with a photoresst f flm; 
forming a ferromagnetic thin film on the con- 
ductive thin film forming the embossed pattern 
by using an electroplating method; and 
removing the photoresist film. 

41 . The method according to daim 40, wherein, in 
the step of forming an embossed pattern with a 
photoresist film, a cross section of a protruding por- 
tion is formed into a suttstantially trapezoidal shape 
with an upper side at the surface that is shorter than 
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a lower side on the substrate along the bit length of 
a digital information signal. 

42. The method according to claim 40, wherein a 
reflectivity of the surface of the conductive thin film s 
is not more than 50 % at the wavelength of the light 
source for exposing the photoresist film. 

43. The method according to daim 42. wherein the 
conductive thin film is mainly composed of cartoon. io 

44. A method for making a master information car- 
rier that is used for writing an information signal into 
a magnetic record medium, the method comprising 
the steps of: is 

forming an emtx)ssed pattern corresponding to 
a digital information signal on a surface of a 
conductive substrate by using a photoresist 
film; 20 
forming a ferromagnetic thin film on the con- 
ductive substrate surface having the enrd>ossed 
pattern with an electroplating method; and 
removing the photoresist film. 

25 

45. The method according to claim 44, wherein, in 
the st^ of forming an en^ssed pattern with a 
photoresist film, a cross section of a protruding por- 
tion is formed into a substantially trapezoidal shape 
with an upper side at the surface that is shorter than 30 
a lower side on the substrate along the bit length of 

a digital information signal. 

46. The method according to claim 44, wherein a 
reflectivity of the surface of the conductive sub- 3S 
strate is not more than 50 % at the wavelength of 
the light source for exposing the photoresist film. 

47. The method according to daim 46, wherein the 
conductive substrate is mainly composed of car- 4o 
bon. 

48. A method for writing an information signal into a 
magnetic record medium using a master informa- 
tion canrier, the method comprising the steps of: 45 

preparing a master information carrier whose 
substrate surface has an emk>ossed pattern 
corresporKiing to the information signal and at 
least the protruding portion of the embossed so 
pattern is made of a ferromagnetic material; 
putting a surface of a sheet-shaped or disk- 
shaped magnetic record medium having a fer- 
romagnetic film or a ferromagnetic coating into 
contact with the surface of the master informa- 
tion carrier; and 

reversing the magnetization in the magnetic 
record medium with a leakage field caused by 



magnetization of the ferromagnetic material at 
the protruding portion, so as to write a magnet- 
ization pattem corresponding to the embossed 
pattern irtto the magnetic record mediun. 

49. The writing method according to claim 48, 
wherein the ferromagnetic material that forms the 
protruding portion of the master information carrier 
has a saturation magnetic flux density more than 
0.8 T. 

50. The writing method according to claim 48, 
wherein the ferromagnetic material that forms the 
protruding portion of the master information carrier 
is a hard magnetic material that is magnetized in an 
in-plane direction or a direction perpendicular to the 
substrate before the master information carrier is 
brought into contact with the magnetic record 
medium. 

51. The writing method according to claim 50, 
wherein the step of putting the magnetic record 
medium into contact with the master information 
carrier includes application of an alternating bias 
magnetic field to promote a reversal of the magnetic 
field of the magnetic record medium. 

52. The writing method according to claim 51, 
wherein the step of putting the magnetic record 
medium into contact with the master information 
carrier includes weighted application of an alternat- 
ing bias magnetic field to promote a reversal of the 
magnetic field of the magnetic record medium and 
a direct bias magnetic field to compensate demag- 
netization of the ferronnagnetic material due to the 
alternating bias magnetic field. 

53. The writing method according to claim 48, 
wherein the ferromagnetic material forming the pro- 
truding portion of the master information carrier is a 
soft magnetic material. 

54. The writing method according to claim 53, 
wherein the step of putting the magnetic record 
medium into contact with the master information 
carrier includes application of a direct exciting field 
for magnetizing tiie soft magnetic material forming 
the protruding portion of the master information car- 
rier. 



55. The writing method according to claim 54, 
wherein the direct exciting field applied for magnet- 
izing the soft magnetic material forming the protrud- 
ing portion of the master information carrier is 
55 weaker than the coercive force of the nr^gnetic 
record medium, and the leakage field caused by 
magnetization of the soft material at the protruding 
portion is at least four times stror^er than the coer- 
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cive force of the magnetic record medium. 

56. The writing method according to claim 54. 
wherein the step of putting the magnetic record 
medium into contact with tfie master information 5 
carrier includes weighted application of a direct 
exciting field for magnetizing the soft magnetic 
material forming the protruding portion of the mas- 
ter information cannier and an attemating bias mag- 
netic field to promote a reversal of frie magnetic io 
field of the magnetic record medium. 

57. The master information carrier according to 
claim 48, wherein the ferromagnetic material form- 
ing the protruding portion of the master information is 
carrier is a hard or semihard magnetic material with 
either a coercive force in the Inplane direction or a 
coercive force perpendicular to the substrate that is 
not more than 40 kA/m. 

20 

58. The master information carrier according to 
claim 57, wherein the hard or semihard magnetic 
material that forms the protruding portion of the 
master information carrier is magnetized in an in- 
plane direction or a direction perpendicular to the 25 
substrate before the master information carrier is 
brought into contact with the magnetic record 
medium. 

59. The writing method according to claim 57, 30 
wherein the step of putting the magnetic record 
medium into contact with the master information 
canrier includes application of a direct exciting field 

for magnetization of the hard or semihard magnetic 
material forming the protruding portion of the mas- 35 
ter information can-ier. 

60. The writing method according to claim 59. 
wherein the cErect exciting field applied for magnet- 
izing the hard or semihard magnetic material form- 40 
ing the protruding portion of the master information 
earner is weaker than the coercive force of the mag- 
netic record medium, and the leakage field caused 

by magnetization of the hard or semihard material 
at the protruding portion is at least four times 4$ 
stronger than the coercive force of the magnetic 
record medium. 

61. The writing method according to claim 59. 
wherein the step of putting the magnetic record so 
medium into contact with the master information 
earner Includes weighted application of a direct 
exciting field for magnetizing the hard or semihard 
magnetic material forming the protruding portion of 
the master information carrier and an alternating ss 
bias magnetic field to promote a reversal of the 
magnetic field of the magnetic record medium. 



62. The writing method according to claim 48, 
wherein the magnetic record medium Is erased with 
a direct magnetic field before the master informa- 
tion carrier is brought into contact with the magnetic 
recced medium. 

63. The writing metiiod according to daim 48. 
wherein the step of putting ttie magnetic record 
medium into contact with the master information 
carrier includes heating of the magnetic record 
medium. 

64. An apparatus for writing an information signal 
into a magnetic record medium using a master 
information carrier that conprises an embossed 
pattern on a substrate surface corresponding to the 
information signal and a ferromagnetic material that 
forms at least a protruding portion of the embossed 
pattern, the apparatus comprising: 

means for putting the magnetic record medium 
into contact with the master infornnation carrier; 
means for positioning the magnetic record 
medium and the master information carrier; 
and 

means for applying an exciting field to magnet- 
ize the ferromagnetic material that forms the 
protruding portion of the master information 
carrier. 

65. The apparatus according to daim 64, wherein 
the means for applying an exciting field to magnet- 
ize the ferromagnetic material that forms the pro- 
truding portion of the master Information carrier Is 
based on a permanent magnet or electromagnet 
arranged near the master information carrier and 
the apparatus furtiier comprises a means for mov- 
ing the permanent magnet or electromagnet rela- 
tively to the master information carrier. 

66. The apparatus according to claim 64, u^ng a 
master information carrier whose surface has an 
area with an embossed pattern conrespcmding to 
the information signal and an area without the 
enrtoossed pattern, wherein tiie master Information 
carrier has through holes at least in a portion of the 
area without the embossed pattern, the means for 
putting the magnetic record medium irrto contact 
with the master information carrier sucking out air 
between tiie magnetic record medium and the mas- 
ter information carrier through the through holes in 
the master information earner when the master 
information carrier is in contact with the magnetic 
recording medium, so as to ensure secure contact 
between the magnetic record medium and the 
emtx>ssed pattern of the master information carrier. 

67. The apparatus according to claim 64, using a 
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master information carrier whose surface has an 
area with an embossed pattern corresponding to 
the inforrrration signal and an area without the 
embossed pattern, wherein at least a part of the 
area without the embossed pattern has a lower sur- 5 
face than the surface of the area with the embossed 
pattem. the means for putting tfie magnetic record 
medium Into contact with the master information 
carrier suddng out air between the magnetic record 
medium and the area without the embossed pattern w 
of the master information carrier when the master 
information carrier is in contact with the magnetic 
recording medium, so as to ensure secure contact 
between the magnetic record medium and the 
emtx)ssed pattern of the master information carrier, is 

68. The apparatus according to claim 64, wherein 
the means for putting the magnetic record medium 
into contact with the master information carrier 
comprises a pair of flanges between which the 20 
magnetic record medium and the master informa- 
tion carrier are disposed, and means for fastening 
peripheral portions of the flanges to each other. 

69. The apparatus according to claim 68, further 25 
comprising an elastic material disposed either 
between one flange and the magnetic record 
medium or between the other flange and the master 
information carrier or between b>oth flanges and the 
magnetic record medium and the master informa- 30 
tion carrier respectively. 

70. The apparatus according to claim 64. wherein 
the means for positioning the magnetic record 
medium and the master information carrier are ss 
markers, which are disposed at an inner circumfer- 
ence portion of the master information carrier and 
aligned to an inner circumference portion of the 
magnetic record medium. 

40 

71 . The apparatus according to claim 64, wherein 
the means for positioning the magnetic record 
medium and the master information carrier are 
markers, which are disposed at an outer circumfer- 
ence portion of the master information canrier and 45 
aligned to an outer circumference portion of the 
magnetic record medium. 
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